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JOINT FILETE TUBULAIRE RENFORCE POUR ETANCHEITE AMELIOREE APRES EXPANSION PLASTIQUE. 

(5^ L'invention concerne un joint tubulaire fllete de hautes 
performances comprenant un premier element tubulaire 
male (11) et un second element tubulaire femelle (12) mu- 
tuellement assembles par vissage. Un des elements tubu- 
laires (11;12) comporte une levre non filetee (38;5) 
s'etendant entre son filetage et son extremite libre et pre- 
sentant une surface d'etancheite (40;7) en contact etanche 
avec la surface en regard (41 ;8) de Tautre element apres 
vissage, expansion diametrale puis generation de forces de 
retour elastique des premier et second elements tubulaire. 
Le joint comprend une manchette tubulaire (34;36) enfilee 
avant vissage sur le second element (1 2), positionnee pour 
s'etendre axlalement essentieilement en regard de ladite le- 
vre (3;5) et, apres expansion diametrale, engendrant une 
force de retour elastique qui s'ajoute & celle du second ele- 
ment pour contrarier la force de retour elastique du premier 
element en realisant de ce fait au moins le frettage du se- 
cond element par la manchette tubulaire. 
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Joint filets t.ubuUire rsnforcS nour &± anc h6ii-A amSliore 
apres ex pansion plastigu^ 

L' invention concerne un joint tubulaire, notamment du genre 
utilise pour des puits d 'hydrocarbures ou pour des puits 
similaires, par exemple en geothermie. 

Un tel joint peut exister entre deux tubes de grande lon- 
gueur, ou entre un tube de grande longueur et un manchon. Ces 
joints sont utilises notamment pour assembler des colonnes de 
tubes de cuvelage ("casings") ou de production ("tubings"). 
Compte tenu des caracteristiques mecaniques exigees, les 
tubes de cuvelage et ceux de production sont generalement en 
acier traite" thermiquement . 

De leur cote, les joints doivent tenir en traction, en 
compression, en flexion et parfois en torsion, ainsi qu'a de 
forts ecarts de pression dans les deux sens entre l'interieur 
et l'exterieur. Et ils doivent meme §tre Stanches aux gaz, au 
moins dans certains cas. Les joints filetes sont particulie- 
rement avantageux a cet egard. 

25 Mais il est actuellement envisage de soumettre les tubes, in 
situ, a une expansion diametrale, avec deformation plastique 
permanente. Ceci off re differents avantages, sur lesquels on 
reviendra. Encore faut-il que les joints restent operation- 
nels, apres la deformation plastique d- expansion diametrale, 
qu'ils subissent comme les tubes. Ainsi, il est souhaitable 
que les joints filetes tiennent apres expansion diametrale 
plastique, en conservant l'essentiel des proprietes qui les 
font apprecier, notamment de tenue mecanique en trac- 
tion/compression, avec ou sans surpression interne ou 
35 externe, ainsi que d 'Stancheite. Un joint reste etanche a des 
pressions de liquide et/ou de gaz d'autant plus importantes 
que la pression de contact entre les parties du joint est 
forte sur une largeur importante et sur toute la peripheric 
des surfaces en contact. 
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Les joints classiques ne donnent pas enti&re satisfaction: ou 
bien ils ne tiennent pas ces exigences, ou bien ils les 
tiennent de manifere al^atoire, ou bien ils les tiennent, mais 
non de maniere r§p6t£e. 

5 

Dans WO 02/01102, il est propose une structure de joint 
pr£vue pour tenir 1' expansion diam£trale plastique. Dans FR 
02 00055, la demanderesse a 6galement propose une structure 
de joint ameliorge pour tenir 1' expansion diamStrale plas- 
10 tique. 

La pr§sente invention vient am^liorer la situation et plus 
particuliferement I'6tanch6it6 du joint filetg. 

15 L' invention concerne un joint tubulaire filete de hautes 
performances comprenant un premier element tubulaire male et 
un second element tubulaire femelle propres & §tre mutuelle- 
ment assembles par vissage de filetages respectifs conjugues. 
L'un au moins des premier et second Pigments tubulaires 

20 comporte une l&vre non filet^e s'etendant entre son filetage 
et son extremity libre et pr^sentant une surface d'etanch6it6 
propre k etre en contact etanche avec la surface en regard de 
1' autre Element apres vissage, expansion diam^trale puis 
generation de forces de retour elastique des premier et 

25 second elements tubulaire. 

Selon une caract£ristique principale, le joint tubulaire 
comprend une manchette tubulaire propre h §tre enfil6e avant 
vissage sur le second Element, k §tre positionn^e pour 

30 s'etendre axialement essentiellement en regard de ladite 
levre et, apr&s expansion diametrale, h engendrer une force 
de retour Elastique qui s'ajoute a celle du second Element 
pour contrarier la force de retour Elastique du premier 
element en realisant de ce fait au moins le frettage du 

35 second element par la manchette tubulaire. 

Selon une realisation avantageuse, la ldvre non filet£e du 
premier 61§ment comprend une languette en extremity propre & 
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etre engagee en butee dans une rainure correspondante du 
second el§m nt aprds vissage et avant expansion. La levre non 
filetee est egalement propre a ~tre maintenue par la lan- 
guette dans la rainure durant 1' expansion diametrale. 

5 

Avantageusement, la surface d r etanch6it§ de la l£vre et la 
surface en regard sont cylindriques et sont dispos^es h 
faible jeu l'une de 1' autre aprds vissage et avant expansion 
diametrale* 

10 

Selon une autre realisation, la surface d'etancheite de la 
l&vre et la surface en regard sont propres & interferer 
radialement l'une contre 1' autre aprds vissage et avant 
expansion diametrale. 

15 

Selon une premiere variante de realisation, chacun des 
premier et second elements tubulaires comporte une ldvre non 
filetee s'etendant entre son filetage et son extremite libre 
et presentant une surface d'etancheite propre h §tre en 

20 contact etanche avec la surface en regard de 1* autre element 
aprfes vissage, expansion diametrale puis generation de forces 
de retour eiastique des premier et second elements tubulai- 
res. Dans cette realisation, le joint tubulaire comprend deux 
manchettes tubulaires propres a etre enfiiees avant vissage 

25 sur le second element, a etre positionnees pour s'etendre 
axialement essentiellement en regard desdites levres respec- 
tivement et a engendrer une force de retour eiastique qui 
s'ajoute & celle du second element pour contrarier la force 
de retour eiastique du premier element en realisant de ce 

30 fait au moins le frettage du second element par la manchette 
tubulaire. 

Dans une seconde variante de realisation, les deux manchettes 
sont reliees entre elles par une entretoise ayant une section 
35 transversale inferieure k celle des manchettes, les manchet- 
tes et l 1 entretoise etant realisees en une seule piece. 

Avantageusement, 1' entretoise tubulaire present une epais- 
seur radiale inferieure a celle des manchettes. 
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Selon line realisation de 1' invention, chaque manchette 
tubulaire a une longueur de recouvrement environ 6gale a la 
longueur de la levre en regard optionnellement additionnSe 
d'au plus 8 pas desdits filetages. 

5 

Avantageusement, chaque manchette est centree sur la ldvre en 
regard. 

Dans une realisation avantageuse, la manchette tubulaire 
10 s'Stendant en regard de la lSvre du second Pigment comprend 
une saillie radiale propre h venir au contact d'une surface 
radiale situSe a l'extr&uit6 du second €16ment et propre a 
faciliter le positionnement de la manchette tubulaire, 

15 Pr6f6rentiellement, la manchette tubulaire est maintenue en 
position par rapport au second SISment par collage d'au moins 
une partie des surfaces du second 616ment et de la manchette 
en regard, 

20 La manchette tubulaire est positionn6e axialement sur le 
second Element au moyen d'un frettage au moins par refroidis- 
sement du second Element et /ou par chauf fage de la manchette 
tubulaire. 

Pour faciliter le positionnement de la manchette tubulaire, 
le second Pigment comprend une marque situ^e sur sa surface 
p§riph6rique ext^rieure. Dans une realisation possible, la 
marque est une gorge peu profonde effectu^e sur le second 
element, 

Prgfgrentiellement, l'6paisseur radiale de la manchette 
tubulaire est au moins 3gale a 1,5 mm. 

Le materiau de la manchette tubulaire possede une limite 
35 elastique supSrieure h la limite §lastique du materiau des 
premier et second elements. De plus, la limite Elastique de 
la manchette tubulaire est r£gl6e par traitement thermique. 
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L' invention concerne egalement un proc§de de realisation d'un 
joint filete tubulaire etanche h partir d'un joint filete 
tubulaire dit "joint filets tubulaire initial". On fait subir 
a ce joint filets initial une expansion diametrale dans le 
5 domaine des deformations plastiques h l'aide d'un boulet 
d' expansion de diametre superieur au diametre interieur 
desdits elements tubulaires, qui est deplace axialement dans 
le joint filete, la ou chaque manchette engendrant, aprfes 
expansion, une force de retour elastique qui s'ajoute H celle 
10 du second element dans la region qu'elle recouvre. 

L' invention concerne egalement un joint tubulaire etanche de 
hautes performances, tel qu'on peut l'obtenir par le procede 
de 1' invention, comprenant un premier element tubulaire male 

15 et un second element tubulaire femelle mutuellement assembles 
par vissage de filetages respectifs conjugues. L'un au moins 
des premier et second elements tubulaires comporte une ldvre 
non filetee s'etendant entre son filetage et son extremite 
libre et pr£sentant une surface d'etancheite en contact 

20 etanche avec la surface en regard de 1' autre element. Le 
joint comprend en outre une manchette tubulaire entourant 
avec serrage le second element et s'etendant axialement 
essentiellement en regard de ladite lfevre. 

25 Les figures ci-apres illustrent de maniere non limitative des 
modes de realisation de 1' invention : 

- la figure 1 repr£sente un joint filete du type auquel 
s ■ appl ique 1 ' invent ion , 

30 

- la figure 2 represente 1' element male du joint filete de la 
figure 1, 

- la figure 3 repr£sente 1' element femelle du joint filete de 
35 la figure 1, 

les figures 4 a 7 representent le joint filete du type auquel 
s' applique 1' invention k diverses etapes du processus 
d' expansion, 
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- la figure 4 reprSsente la phase d' expansion du joint 
filetS, 

-la figure 5 repr^sente la phase de flexion, 

5 

- la figure 6 reprSsente la phase de redressement, 

- la figure 7 reprSsente l'Stat final du joint filete ayant 
subi le processus d' expansion, 

10 

- la figure 8 represente un joint filets avant expansion 
comprenant un exemple de manchettes selon 1' invention, 

- la figure 9 represente le joint filets apr&s expansion 
15 comprenant un exemple de manchettes selon 1' invention, 

Les dessins contiennent, pour l'essentiel, des 616ments de 
caractfere certain. lis pourront done non seulement servir §i 
mieux faire comprendre la description, mais aussi contribuer 
20 h la definition de 1* invention, le cas 6ch6ant. 

L ' annexe I pr§sente les result ats d'une etude comparative sur 
I'6tanch6it6 d'un joint de reference et de joints filet£s 
selon 1' invention. 

25 

On revient ici sur le forage de puits, pour hydrocarbures ou 
gSothermie par exemple. 

Traditionnellement, le haut d'un puits est d'abord for6 sur 
30 une profondeur relativement faible de quelques dizaines de 
metres h l'aide d'un outil de gros diamdtre, de l'ordre par 
exemple de 500 mm, et est cuveie a l'aide d'une colonne de 
tubes de ce diamfetre. Le diamdtre de forage diminue ensuite 
par pas jusqu'au fond du puits qui peut etre for£ avec un 
35 diam&tre nettement plus faible, de l'ordre de 150 mm dans le 
m§me exemple. Un tel puits est alors cuveie k l'aide de 
plusieurs colonnes de tubes concentriques, descendues chacune 
en fin de forage au diametre correspondant et toutes suspen- 
dues depuis la surface; 1 s tubes de plus gros dianTtre 
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s'6tendent depuis la surface jusqu'll quelques dizaines de 
metres de profondeur t les tubes de plus petit diametre 
s'6tendent depuis la surface jusqu'au fond du puits, dont la 
profondeur peut atteindre plusieurs railliers de metres. 
5 L'espace entre les tubes de cuvelage et le terrain est par 
exemple ciment6. 

Apr 6s que le puits est entierement for 6 et cuvel§, une 
colonne de tubes de production peut etre descendue pour 
10 permettre notamment la remont£e des hydrocarbures jusqu'S la 
surface , c'est-i-dire 1 ' exploitation effective du puits. On 
comprend que cette colonne de tubes de production poss&de un 
diametre ext^rieur 16g6rement inf 6rieur au diametre interieur 
de la colonne de tubes de cuvelage. 

15 

Equiper un puits conduit done & mettre en oeuvre un grand 
nombre de tubes de differentes dimensions le plus souvent 
assembles a l'aide de joints filetes compte tenu des avanta- 
ges de ce type d 1 assemblage. On cherche & rendre ces tubes 

20 les plus minces possibles, pour ne pas n§cessiter de trop 
gros diametres de tubes de cuvelage prfes de la surface. Or le 
respect des contraintes et specifications applicables aux 
joints filetes conduit souvent a leur donner une §paisseur 
plus grande que celle de la partie courante des tubes; ce qui 

25 oblige k augmenter la progression diametrale entre colonnes 
concentriques, lorsqu'on descend en profondeur dans le puits. 

L ! assemblage des tubes entre eux a lieu soit par vissage des 
extrSmites fileties des tubes les unes dans les autres 
30 (joints dits int^graux), soit a l'aide de manchons filetes 
recouvrant leurs extr£mit£s. Les tubes sont descendus 
successivement apres vissage dans l f extr§mit6 du tube ou du 
manchon precedent. 

35 La specification API 5 CT de l 1 American Petroleum Institute 
(API) d^finit ainsi des joints filetes tubulaires entre deux 
tubes de grande longueur ( "integral- joint tubing" , "extreme- 
ligne casing"), ainsi que des assemblages filetes manchonn£s 
comportant deux joints filetes permettant d' assembler deux 
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tubes de grande longueur k l'aide d'un manchon. Ces joints 
API ne sont Stanches que par 1'adjonction d'une graisse 
chargSe de particules mStalliques qui remplit les interstices 
entre filets. 

5 

Bien entendu les liaisons entre tubes (ou entre tubes et 
manchons) doivent rester Stanches quelles que soient les 
sollicitations que les tubes subissent lors de leur descente 
dans le puits, et dans une large limite de masse supportee, 
10 puisque chaque joint soutient au moins partiellement des 
tubes situSs au-dessous de lui. Aussi les performances 
mScaniques des joints filetSs apparaissent-elles intimement 
liSes h leurs caracteristiques gSomStriques . 

15 Un joint filetS est d'abord dSfini par une "ef f icacitS" en 
traction dSterminSe par le rapport entre la section transver- 
sale du tube au droit du filetage et la section transversale 
du tube dans sa longueur. 

20 En outre, lorsque la pression de fluide intSrieure ou 
extSrieure exercee sur les tubes devient excessive, les 
filetages peuvent dSsengrener surtout dans le cas de f ileta- 
ges a filets triangulaires arrondis. C'est pourquoi on 
prefere gSneralement mettre en oeuvre des filetages trapSzox- 

25 daux. 

Ceci Stant, quel que soit le type de filetage utilisS, il 
existe tou jours, malgrS 1 'utilisation de graisses chargSes de 
particules, un canal de fuite dans lequel un fluide a haute 

30 pression peut circuler du fait du jeu existant entre les 
surfaces non en contact. Pour une charge donnSe en traction, 
il existe un seuil de pression du fluide, au-dela duquel 
1' effort combine de traction et pression provoque sur les 
joints filetSs API un d6sengrSnement des filetages des 

35 parties males et femelles en contact. 

Les joints t assemblages filetSs ont fait I'objet, pour 
eviter cela, de diffSrents perf ectionnements : par exemple les 
brevets FR 1489013, EP 0488912, US 4494777 ont visS & 
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realiser des joints filetes tubulaires dits sup^rieurs ou 
"premium" particuli&rement Stanches grace k des portees 
d'etancheite metal-metal et It des butees entre Elements males 
et femelles judicieusement arrangees. 

Ceci peut se faire par deux portees d'etanch§it6 coniques en 
contact interferant, la portee d'etancheite male etant 
disposee exterieurement au-dela du f iletage male et la portee 
d'etancheite femelle etant disposee de maniere correspondante 
sur 1' element femelle. Des butees transversales sont utili- 
ses conjointement pour positionner les portees d'etancheite 
et pour renforcer leur efficacite. 

Comme indique, aprfes descente d'une colonne tubulaire dans un 
15 puits, on envisage de soumettre celle-ci h une expansion 
diametrale, avec deformation plastique permanente. Ceci se 
fait par exemple i l'aide d'un boulet dont le passage est 
forc^ h l'interieur de la colonne; voir brevets ou demandes 
de brevet WO 93/25799, WO 98/00626, WO 99/06670, WO 99/35368, 
20 WO 00/61915, GB 2344606, GB 2348657. Ceci off re des potentia- 
lity tr&s interessantes: 

- descendre une colonne de faible encombrement , qui est 
ensuite expansee a force; 

- mettre en place de cette fagon une colonne de tubes de 
25 cuvelage, 

- de meme, colmater in situ les trous d'un tube de cuvelage 
ou de production perce par la corrosion ou par le frottement 
des tiges de forage, ou bien descendre dans le puits des 
tubes de faible encombrement qui seront expanses au diametre 

30 souhaite une fois en place. 

- enfin et surtout, permettre de forer des puits de diametre 
uniforme sur toute leur longueur, dont le cuvelage est 
realist par une colonne de tubes tous de meme diamdtre, les 
tubes etant introduits h l'etat non expanse, puis etant 

35 expanses in situ au diamfetre du puits. 



5 



II serait alors possibl de diminuer fortement le nombre de 
tubes necessaires pour equiper un puits, en supprimant les 
tubes de plus gros diametre et de plus forte epaisseur. Le 
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cout du puits est diminug en consequence. II peut meme etre 
envisage de forer le puits directement avec la colonne de 
tubes de cuvelage, qui jouerait le role de train de tiges de 
forage. 

5 

II s'est av£r6 que r£aliser des joints filet£s qui tiennent 
leurs performances apr&s cette expansion est extremement 
d£licat, d'autant plus que ceci doit etre fiable (tous les 
joints doivent tenir) et stable dans les conditions de 
1 0 f onctionnement . 

II s'est av6r£ que les joints filet6s tubulaires classiques 
tels que ceux selon le brevet US 4494777 ne supportent pas 
1 1 expansion diam£trale plastique. On constate aprSs expansion 
15 sur ces joints; 

- une absence d'etanch6it6 (qui emp§che accessoirement de 
r£aliser l 1 expansion en poussant hydrauliquement le boulet 
dans la colonne); 

- une fleche de I'extr6mit6 male vers l'int£rieur du joint 
20 qui reduit consider ablement et de maniere inacceptable le 

diamStre int£rieur op^rationnel de la colonne en r^alisant 
une saillie int£rieure dans l'espace dSfini par le diamdtre 
intirieur op£rationnel; 

- €ventuellement la rupture de la levre d'extr^mite male par 
25 d6passement de la capacity de deformation de certaines zones 

particuliferement sollicit£es du fait des variations 
d'6paisseur tout au long des elements males et femelles par 
rapport & l'6paisseur au corps du tube. 

30 On a done cherche a r§aliser un joint filete tubulaire qui 
soit apte k r£sister h 1' operation d* expansion dans le puits 
et qui soit 6tanche aux liquides et aux gaz aprds ladite 
operation d' expansion. On a aussi cherche a ce que le joint 
filets tubulaire soit simple et 6conomique h produire. On a 

35 en outre cherche a ce que le joint filete possdde de bonnes 
caracteristiques m^tallurgiques en service done apr&s 
expansion, notamment k ce qu'il presente dans cet 6tat une 
limite d 1 elasticity suffisante, a ce qu'il soit exempt de 
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fragilite et a ce qu'il presente de bonnes caract6ristiques 
a la fissuration sous contrainte par H2S. 

On connait des joints filet£s ayant une levre male en 
5 correspondance avec un logement femelle (US 4611838, US 
3870351, WO 99/08034, US 6047997). II s'est av£r6 que ces 
montages connus ne tiennent pas l'6tanch§it£ apr§s expansion 
plastique, qui n'y est d'ailleurs nullement envisag6e. 

Dans US 4611838, la levre male presente une surface annulaire 
d'extrimite mSle comportant une dent annulaire; et il est 
pr£vu une surface annulaire d'ipaulement femelle comportant 
une rainure annulaire. Pour la mise en butee, la ldvre male 
possdde une surface p6ripherique ext£rieure torique et le 
logement femelle possdde une surface p£ripherique interieure 
conique. Ces surfaces p£riph£riques interf&rent radialement 
en fin de vissage pour constituer des port6es d' etanchiite. 
US 4611838 vise h maximaliser 1 • interference radiale de la 
surface p§riph£rique torique ext6rieure de la lSvre male avec 
la surface p£ripherique conique interieure du logement 
femelle en fin de vissage (et par la m§me I'^tanch^ite du 
joint filete) grace a la forme de ces surfaces p6riph6riques 
et a l'effet de support de la surface inf£rieure de la 
rainure pour la surface inf£rieure de la dent. Mais la 
surface d ? extr£mite male selon US 4611838 n'est pas bien 
maintenue en position dans celle de 1 ' 6pau lenient femelle du 
joint fileti et ne permet done pas de transmettre un moment 
de flexion a l ! extr£mite libre de la levre male du fait de 
l'espace libre entre la paroi sup§rieure de la languette a 
I'extr6mit6 libre de celle-ci et la paroi sup6rieure de la 
rainure au fond de celle-ci. L'6tancheit6 apres expansion 
ne peut done etre garantie. 

US 3870351 presente une configuration de levre et d 1 extremity 
35 males et de logement femelle voisine de la configuration du 
brevet US 4611838, la surface d*extr6mit6 libre male etant 
bomb£e convexe et portant contre une surface d ' epaulement 
femelle bombee concave de mani&re a r£aliser deux jeux de 
portees d'etanch6it6 m€tal-m£tal, l'un au niveau des surfaces 
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bomb6es, 1* autre jeu 6tant dispose sur la surface p6riph6- 
rique ext^rieur de l&vre male et sur la surface p6riph£rique 
int6rieure de logement femelle. Une telle configuration 
permet d'augmenter 1 1 interference radiale entre les portSes 
5 d'etanch6it€ p6riph§riques sur le joint viss6, ce qui n'est 
cependant pas suffisant pour 1 ' application consid6r6e 
(6tancheit6 apr&s expansion). 

WO 99/08034 d#crit un joint filet6 & filets carr^s ayant une 
ldvre male en correspondance avec un logement femelle et 
presentant des surfaces annulaires d'extr6mit6 m&le et 
d'£paulement femelle en forme de feuillures en butee et 
encastr6es l'une dans 1' autre. La surface p6riph6rique 
ext^rieure de la ldvre mSle et la surface pgripherique 
int6rieure du logement femelle prSsentent des parties 
cylindriques qui interfdrent radialement entre elles pour 
former un jeu de port^es d'6tancheit6 p£ripheriques en fin de 
vissage lorsque les feuillures male et femelle sont encas- 
tr6es. La configuration de ces surfaces est complexe et 
coGteuse h r^aliser et n'offre aucune garantie d*6tancheit6 
apres expansion plastique. En outre, l'emprisonnement de 
graisse risque d'entrainer un mauvais positionnement des 
elements filet6s. 

25 US 6047997 dScrit enfin une structure de tiges de forage pour 
conduits souterrains pour lesquels il n'y a pas d' exigence 
particuliere d ■ 6tancheit6 . La surface d'extrSmitg male selon 
ce brevet est encastr6e dans une surface d'gpaulement femelle 
mais les figures font apparaitre un espace important entre la 

30 surface periph6rique ext^rieure de la levre mSle et la 
surface p§riph6rique intirieure du logement femelle. Cela 
n'est pas satisfaisant non plus pour 1 1 application consi- 
d6ree . 

35 Dans la technique d* assemblage par expansion, chaque tube est 
aboute aux tubes d6ja assembles apr&s etre passS a 1'intSrie- 
ur des tubes qui le precedent. Pour permettre ce passage, le 
diametre d chaqu tube d6ja assemble a subi une expansion de 
l'ordre de 10 a 25 % en commengant par le premier, par le 
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passage d'un boulet de forme generalement conique tire depuis 
la surface du puits. Cette expansion des tubes permet 
egalement d'ameliorer l'etancheite au niveau des surfaces en 
contact des joints. 

5 

Un mode de realisation d'un joint d'etancheite metal contre 
metal en forme de doigt adapte a cette technique est decrit 
dans WO 02/01102 precite. Un autre mode de realisation est 
presente dans la demande de brevet francais non encore 
10 publiee FR 02 00055 precitee. Chacune de ces realisation 
decrit un joint d'etanchei.te propre a etre expanse et, une 
fois expanse, presentant des zones d'etancheite qui assurent 
une etancheite au fluide, voire au gaz. 

15 une zone d'etancheite est constitute de deux surfaces en 
contact soumises a des pressions de contact. Une zone 
d'etancheite reste etanche a des pressions de liquide, voire 
de gaz, d'autant plus importantes que la pression de contact 
sur ces surfaces est forte. De plus, les dimensions de ces 

20 surfaces d'etancheite (largueur et longueur) ont egalement 
une influence sur l'etanch6ite\ L' invention propose 
d'ameliorer l'etancheite de ces joints a des pressions de 
liquide et de gaz notamment en augmentant la pression de 
contact au niveau des zones d'etancheite. 

25 

La figure 1 represente un joint comprenant un element filete 
male 1 dispose en extremite d'un premier tube 11. Cet element 
m§le est visse en butee dans un element filete femelle 2 
dispose en extremite d'un second tube 12. Le diametre 
30 interieur de 1* element filete mile est ici egal au diametre 
interieur DI des tubes 11, 12. Dans le mode de realisation de 
la figure 1, le diametre exterieur de 1' element filete 
femelle est egal au diametre exterieur DE des tubes 11, 12 a 
titre d'exemple uniquement. 

35 

Le joint est represente sur la figure 1 a l'etat simplement 
visse en butee avant toute operation d' expansion diametrale. 
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Le second tube 12 tel que represents est un tube de grande 
longueur. Ce second tube pourrait §tre, de manidre non 
representee, un manchon muni d*un cdte de 1' element femelle 
2 et de 1' autre cote d'un second element femelle symetrique 
5 ou non de ce dernier et visse a un element male situ§ en 
extremite d'un autre tube de grande longueur. 

Seul 1' Element male 1 est represents sur la figure 2. 

10 II comprend un filetage male 3, conique k filets trapgzol- 

daux, et se prolonge vers son extremite libre par une partie 

d' extremite non filetee constitute par une gorge 21 et par 

une l&vre 5 et se termine par une surface annulaire 

d' extremite male 9. 

15 

La gorge 21 poss&de une forme en U peu profonde. 

Elle demarre immediatement au-deia du filetage et sa profon- 
deur h g est inferieure a la hauteur des filets du filetage 3. 
20 De la sorte le fond de la gorge arrive au pied du premier 
filet du filetage. 

La largeur de la gorge l g est sensiblement egale h 4 fois sa 
profondeur h g . 

25 

La levre 5 presente: 

a) une surface pSripherique exterieure 7 de forme cylin- 
drique, 

b) une surface p6riph6rique interieure 19 qui correspond a 
la zone d' extremite de la surface p§ripherique interieure 
cylindrique du premier tube 11. 

35 La levre 5 possede done une epaisseur e x uniforme sensiblement 
egale a la moitie de 1' epaisseur e t du tube 11. Elle possede 
une longueur l x mesuree depuis 1' extremity de la gorge jusqu'a 
1' aplomb de la surface 15 (definie plus bas) sensiblement 
tgale a 3 fois 1' epaisseur de levre e x . 



2841626 



15 

La surface d'extr(§mit6 male 9 forme une feuillure. Cette 
feuillure est constitute d'une surface transversale annulaire 
male 15 et d'une languette 13 annulaire se projetant axiale- 
ment, adjacente & la surface transversale 15. La surface 
5 transversale male 15 est situ6e du cote de la feuillure 
dirige vers l'interieur du joint filete. 

La surface peripherique exterieure de la languette 13 est 
dans le prolongement de la surface 7 de la levre tandis que 
10 sa surface peripherique inter ieure 17 est par exemple 
cylindrique. 

L'epaisseur radiale de la languette 13 est sensiblement 
identique a celle de la surface transversale 15 tandis que la 
15 hauteur de la languette (ou projection axiale de celle-ci) 
est sensiblement egale & l'epaisseur radiale de cette meme 
languette. Elle peut aussi gtre egale & 1,5 fois cette 
epaisseur radiale pour mieux maintenir l^xtremite libre de 
la languette lors de 1' expansion. 

20 

L ■ element femelle 2 est represents seul h la figure 3. 

II comprend, en partant de l'extremite libre de 1' element 
femelle, un filetage femelle 4 a filets trapezoidaux homo- 
25 logue du filetage male 3 puis une partie non filetee 6. Cette 
partie non filetee 6 forme un logement pour correspondre et 
coop§rer avec la levre 5 de 1' element mSle 1. 

Le logement femelle 6 pr6sente une surface peripherique 8 
30 tournee vers l'interieur, de forme cylindrique, relive d'un 
cote au filetage femelle 4 et de 1' autre cote via un epaule- 
ment femelle 10 h la surface peripherique inter ieure cylin- 
drique 20 du second tube 12. 

35 De mani&re gSngrale, le diamfctre de la surface peripherique 
8 du logement est tr&s legerement suptrieur au diametre de la 
surface peripherique exterieure 7 de la 16vre male 5. De 
cette fagon, les surfaces 7 et 8 peuvent coulisser I'une dans 
1' autre £ faible jeu lors du vissage de l'glement male dans 
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1' 61Sment femelle, par exemple avec un jeu de 0,2 mm. 
L'avantage d'un tel coulissem nt sera expose plus loin. 

I/epaulement femelle pr^sente une surface annulaire 
5 d^paulement 10 qui est disposSe de manifere sensiblement 
correspondante et possede une forme sensiblement homologue & 
celle d' extremity male 9. La surface 10 forme une feuillure 
constitute d'une surface annulaire transversale femelle 16 et 
d'une rainure annulaire 14 adjacente h la surface transver- 
10 sale 16. 

La surface transversale femelle 16 est situ£e du cot§ de la 
feuillure dirig§ vers l'int^rieur du joint filets. 

15 La paroi 18 de la rainure 14 adjacente k la surface transver- 
sale 16 est par exemple cylindrique et peut se raccorder a 
cette derniere par un chanfrein ou un arrondi. La paroi 
opposee de la rainure est dans le prolongement de la surface 
p§riph§rique 8. Lors du vissage du joint filetS , la surface 

20 17 de la languette "monte" sur la paroi 18 de la rainure 
jusqu f & ce que I'extr6mit6 libre transversale de la languette 
arrive contre le fond de la rainure 14. La hauteur axiale h r 
de la languette 14 et la profondeur axiale P r de la rainure 
sont telles que les surfaces transversales 15 et 16 ne 

25 viennent en contact qu'apres un vissage supplementaire. Le 
faible jeu entre les surfaces cylindriques 7 et 8 et entre 
les surfaces de la languette et de la rainure qui les 
prolongent permet 1' Evacuation de la graisse en fin de 
vissage et done un positionnement correct de la levre 5 par 

30 rapport au logement 6. 

Les figures 4 & 7 explicitent les phenomenes de deformation 
qui se produisent lorsque l'on realise au moyen d'un boulet 
une expansion diametrale de l'ordre de 15 % sur des tubes 
35 assembles par les joints filetes qui viennent d'etre d£crits 
et qui permettent d'obtenir en final un joint expanse 
etanche. 
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Une telle deformation ef fectu£e sur des materiaux metalliques 
conduit a des deformations plastiqu s du metal* 

On passe ainsi par exemple d'un diamfetre exterieur de 139,7 
5 mm (5,5 in) sur le deuxi&me tube 12 en amont de 1* expansion 
et par consequent dans la partie non encore deformee & un 
diametre exterieur de 157,5 mm (6,2 in) sur le premier tube 
11 expanse (a 1' aplomb ou en aval du cone de sortie 33 du 
boulet) . II faut de ce fait utiliser pour les tubes un metal 
10 qui accepte de telles deformations plastiques* 

Les deformations plastiques generees augmentent la limite 
d'eiasticite des produits: un tube possedant initialement une 
limite d'eiasticite de 310 MPa (45 KSI) voit ainsi celle-ci 
15 augmenter k 380 MPa (55 KSI) apr&s deformation • 

L' expansion diametrale est realisee de maniere connue & 
l'aide d'un boulet 30 (figure 4) de diam&tre maximal adequat. 
On force le passage de ce boulet dans les tubes soit en le 
20 tirant a l'aide de tiges de forage soit en le poussant par 
exemple par une pression hydraulique. 

Le boulet a par exemple une forme biconique avec un cone 
d 1 entree 31 sur lequel se fait 1' expansion, une partie 
25 cylindrique mediane 32 et une partie conique de sortie 33. 
Toutes les surfaces des parties de boulet sont raccordees 
entre elles par des rayons de raccordement adaptes. 

WO 93/25800 divulgue notamment des angles de cones d' entree 
30 particulidrement adaptes a l 1 expansion diametrale de tubes 
munis de fentes et denommes EST (expandable slotted tubing) 
pour 1 ' exploitation de puits d ! hydrocarbures . 

Les tubes 11, 12 ay ant une section sensiblement constante, 
35 leurs extremites ne posent pas de probleme particulier lors 
du passage du boulet pourvu que la capacite de deformation du 
metal dont ils sont faits soit suffisante. 
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Le processus d' expansion du joint filets peut etre decompose 
en 4 phases qui font I'objet des figures 4 a 7. 

Bien que 1' operation d 1 expansion puisse tout h fait etre 
5 effectu^e dans le sens contraire et conduire a des r6sultats 
adSquats, on a repr6sente le mode pr£fer6 de deformation dans 
lequel le boulet se d£place de 1' element male 1 du premier 
tube 11 vers 1' Element femelle 2 du second tube 12. 

10 a) Phase d' expansion sur le cone du boulet 

La figure 4 montre le joint filets au cours de cette phase. 

L 'expansion est r6alis£e par le cone d' entree 31 du boulet 30 
15 et la figure 4 montre les filetages males 3 et femelles 4 en 
cours d' expansion diam£trale. 

Sur la figure 4 r le cone d' entree 31 du boulet 30 amorce la 
deformation de la lfevre mSle et de la zone de logement 
20 homologue femelle en les pliant pour les incliner par rapport 
& I'axe de 1 1 assemblage. 

Au cours de cette phase d l expansion, les efforts de reaction 
au passage du boulet 30 sont progressivement transfers du 
25 premier tube 11 vers le deuxidme tube 12. 

Du fait de ces efforts de reaction, la l&vre mSle 5 est 
comprimee axialement au cours de cette phase d' expansion par 
la surface annulaire d'epaulement femelle 10. 

30 

La fin de la phase d* expansion correspond k l'arriv6e de 
1' extrSmite libre de l»£16ment mSle a la fin du cone d' entree 
31 du boulet. 

35 b) Phase de flexion 

Au cours de cette phase, la 16vre male est situ£e au niveau 
de la partie centrale 32 du boulet: voir figure 5. 
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i) lfevre male 

La l%vre male 5 est soumise & chacune de ses deux extr6mit6s 
h des moments de flexion de sens opposes. 

5 

La surface d'extr6mit6 male 9 est en effet maintenue en 
position dans la surface d'gpaulement femelle 10 du fait des 
feuillures avec appuis 15 , 16 et du systime d' emprisonnement 
languette 13/rainure 14. 

10 

L' emprisonnement des feuillures oblige la zone d'extrSmitS 
libre de la levre male 5 a suivre 1 ■ inclinaison de la zone 22 
de pleine Spaisseur de 1' element femelle au-deia de 
1 'epaulement. Cette zone 22 est encore en cours d' expansion 
15 sur le cone d'entr£e 31 du boulet et cr6e done un moment de 
flexion a ce niveau* 

L 1 autre extr6mit6 de la levre, du cdt6 filetage male 3, n'est 
plus supportee et impose au contraire a la levre un moment de 
20 flexion oppose a celui en extr6mit6 libre de levre. 

Les moments de flexion de signe oppose aux 2 extrSmit^s de la 
levre male entrainent la courbure en banane de la lSvre male 
5 comme sur la figure 5 f la surface p6riph£rique ext^rieure 
25 7 de la l&vre 5 prenant une forme bombee convexe. 

L'etat de compression axiale de la l&vre male 5 en fin de 
phase d* expansion facilite sa courbure sous 1' effet des 
moments de flexion. 

30 

La gorge 21 situ^e entre la lfcvre male 5 et le filetage male 
3 joue le role d*une rotule plastique qui accentue la 
courbure de la l&vre male en limitant la largeur sur laquelle 
cette courbure peut s'effectuer. 

35 

II faut toutefois veiller dans ce cas a ce que les contrain- 
tes de compression axiale au niveau de la l&vre male 
n'induisent pas le flambement du m6tal 23 sous la gorge. Ce 
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flambement se traduirait par une saillie du m£tal sous la 
gorge par rapport h la surface p§riph§rique intirieure 19. 

ii) logement femelle 

5 

Le meme phinomene de flexion se produit sur le logement 
femelle* 

La zone 22 de pleine epaisseur relativement rigide par 
10 rapport aux zones de l£vre relativement minces subit a son 
passage au niveau de la partie m6diane une expansion addi- 
tionnelle de sorte que le diametre int^rieur de la zone 22 
devient sup^rieur h celui de la zone mSdiane 32 du boulet. Le 
phenom^ne d' expansion additionnelle est d£crit dans le 
15 document WO 93/25800. 

c) Phase de redressement 

Cette phase illustr6e par la figure 6 correspond au passage 
20 de la zone 22 de pleine Epaisseur femelle sur la partie 
mediane 32 du boulet 30. 

i) logement femelle 

25 La flexion g€n£r6e dans la phase pr^cedente tend a etre 
ramenge h z6ro sous I'effet de la tension et des contraintes 
circonferentielles, ce qui g€nhre un £tat de contraintes 
axiales de flexion inverse par rapport & la courbure, 
produisant ainsi le redressement. 

30 

Le moment de flexion engendre par ces contraintes est 
proportionnel h l 1 Epaisseur de matiere en amont du redresse- 
ment. Au moment d ! arriver sur le tube 12 en pleine 6paisseur 
(zone 22), le moment de flexion n'est pas suffisant pour 
35 redresser la zone p6riph6rique int^rieure du logement femelle 
qui tend h plonger alors vers l*axe du produit. Ce comporte- 
ment se manifeste par une diminution locale d diamStre 
exterieur du tube 12. 
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ii) lfevre male 

Au fur et & mesure du redressement de la partie femelle, la 
difference d • encombrement axial qui etait g6n6r6e par la 
5 flexion diminue. La Idvre male 5 perd done progressivement 
son etat de compression. Cela se pour suit avec la separation 
des surfaces 15, 16 initialement en butee. Ce phenomfcne est 
renforce par "le plongeon" de la surface p§riph6rique 
int6r ieure 8 du logement femelle qui produit un effet 
10 d'ouverture des butees 15, 16. 

La deformation en banane imposee dans la phase pr6c£dente est 
conservee. 

15 d) Stat final 

La figure 7 montre l'etat final du joint filete apr£s le 
passage du boulet. 

20 L'etat de contraintes circonf erentielles g6n6re par 
1* expansion conduit a un frettage de la surface p£riph§rique 
exterieure 7 de la 16vre male par celle interieure 8 du 
logement femelle. On peut alors parler d' auto-frettage des 
surfaces 7, 8 du joint filete a l'etat expanse, ce qui permet 

25 d' assurer 1 1 etancheite. La ldvre male 5 ne plonge pas vers 
l'axe, car le deport radial impose par l'emprisonnement des 
feuillures 9, 10 a genere suffisamment de deformations 
plastiques . 

30 Le retour eiastique des elements du joint filete aprds 
passage du boulet est negligeable devant les deformations 
plastiques mises en jeu. 

Le frettage radial induit une pression de contact de plu- 
35 sieurs dizaines de MPa voire de plus de 100 MPa, suffisante 
pour assurer une etancheite aux pressions interieures ou 
exterieures au joint filete. La longueur de frettage est 
suffisant sur toute la peripherie des surfaces de contact 
pour assurer une etancheite stable entre celles-ci. 
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Une etancheite est par ailleurs necessaire lorsque 1' expansi- 
on est realisee en poussant hydrauliquement le boulet 30 sous 
une pression de 10 a 30 MPa, toute fuite au niveau des joints 
deja expanses empechant la penetration du boulet plus avant 
5 dans la colonne et bloquant par consequent le processus 
d' expansion. 

Un jeu trop important entre surface peripherique 7 de la 
levre male 5 et surface peripherique 8 du logement femelle 
10 sur le joint filete avant expansion ne permettrait pas le 
frettage de ces surfaces en fin d' operation d' expansion. 

Une interference radiale entre ces surfaces a l'etat initial 
avant expansion est susceptible de gener les deformations 

15 diffgrentielles (courbure, redressement ) entre ces surfaces 
lors des operations d' expansion, deformations dif ferentielles 
permettant de realiser le frettage de ces surfaces en fin 
d' operation d' expansion. Elle risque aussi d'entrainer un 
grippage de ces surfaces lors du vissage et un mauvais 

20 positionnement des elements avec un emprisonnement incorrect 
des surfaces 9 et 10 et par la un frettage mediocre des 
surfaces 7 et 8 apres expansion. 

Dans un mode de realisation prefere, la forme en feuillure 
25 annulaire avec surfaces transversales 15, 16 et systeme 
languette 13/rainure 14 permet d'empecher la plongee de 
1' extr6mit6 libre mSle lors de 1' expansion. D'autres modes de 
realisation des surfaces encastrees 9, 10 sont possibles afin 
de donner le meme r^sultat. 

30 

Une levre mile 5 trop mince, d'epaisseur le inferieure au 
tiers de l'epaisseur et des tubes 11, 12 ne permet pas de 
realiser une but6e efficace au niveau des surfaces transver- 
sales 15, 16. 

35 

Si l'epaisseur e 1 de la levre m§le 5 est au contraire supe- 
rieure aux 2/3 de l'epaisseur et des tubes 11,12, l'epaisseur 
du tube 12 au niveau de la zone de logement femelle entraine 
une section critique de filetage femelle 4 trop faible et par 
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consequent une resistance insuffisante a la traction des 
filetages. 

Le rapport longueur/epaisseur de levre male 5 regit le 
5 comportement en compression et en flexion de la levre 5. 

Une lfcvre male 5 de longueur l x inferieure & son epaisseur le 
ne permet pas la flexion suffisante de la surface periphe- 
rique 7 de la levre male 5 et/ou le redressement de la 
10 surface peripherique 8 du logement femelle. 

Une levre male 5 de longueur l x sup^rieure a 4 fois son 
epaisseur e x peut entrainer un f lambement de la levre male et 
une saillie interieure de celle-ci du cote filetage. 

15 

Cet effet est accentu6 par la presence d'une gorge 21 entre 
filetage male 3 et levre male 5. 

C'est pourquoi la gorge a pr<§f Srentiellement une profondeur 
20 limitee a une hauteur de filet et une longueur limitee par 
rapport a sa profondeur. 

Une languette 13 d' epaisseur radiale insuffisante et de 
hauteur axiale inferieure a 1' epaisseur radiale ne pourrait 
25 etre maintenue suffisamment lors de l'expansion. 

On se rgfere a la figure 8 montrant un joint tubulaire apres 
vissage des §16ments tubulaires en partie filetis destine a 
etre expanse diametralement selon 1' invention. 

30 

Ce joint comprend les Pigments tubulaires male 11 et femelle 
12 comme prSsentes sur la figure 1. La partie d'extremite du 
tube male comprend la levre 5 dont la surface peripherique 8 
est propre a entrer en contact avec la surface peripherique 
35 7 du logement femelle 8 du tube femelle 12 lors de l'expan- 
sion du joint. La zone de contact avec fusion de contact 
entre les surfaces 7 et 8 apres expansion est appelee zone 
d'Stancheite interieure CI puisqu'elle est situee vers 
l'interieur du joint. II existe 6galement apres expansion une 
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zon de contact entre une surface de la languette de la levre 
male et une surface en regard d la rainure de 1 Aliment 
tubulaire femelle. 

5 Une manchette tubulaire 36 est dispos§e de fagon concentrique 
& l'616ment tubulaire femelle 12. Cette manchette tubulaire 
36 pr^sente un diamdtre int§rieur tel qu'il permette h cette 
manchette tubulaire d'etre enfilee par un op§rateur avant 
vissage des 616ments tubulaires 11 et 12 sur 1' Element 

10 tubulaire femelle 12 et d'etre en contact avec la surface 
ext^rieure 37 de 1' Element tubulaire 12. Cette manchette 
tubulaire s'§tend sur toute sa longueur 1ml pour recouvrir 
axialement la l&vre 5 et depasser de part et d' autre de la 
l&vre 5, c'est-a-dire du c6t6 du filetage et au-dela de la 

15 languette 13. La manchette tubulaire 36 est avantageusement 
centr£e sur la levre. 

En fin de vissage et avant expansion, la languette 13 est en 
but6e axiale contre le fond de la rainure 14 et les surfaces 
20 d'§tancheit§ 7 et 8 sont cylindriques et dispos^es a faible 
jeu l'une de 1' autre en fin de vissage. La levre 5 est 
maintenue durant 1' expansion par le systeme d'emprisonnement 
languette 13 /rainure 14. 

25 Dans 1'exemple, la manchette tubulaire 36 est constitute en 
un mattriau identique k celui des 616ments tubulaires dont la 
limite dlastique est par exemple identique a la limite 
elastique du mattriau de ces fitments tubulaires. Apr&s 
expansion diam§trale, la manchette tubulaire g6ndre une force 

30 de retour §lastique qui vient s ' additionner h. celle de 
1' Element femelle et vient contrarier le retour Elastique de 
1' Element male. Le frettage de 1' Element femelle par la 
manchette tubulaire est ainsi realist. De plus, la difference 
de retour §lastique entre d'une part l'£16ment male et 

35 d' autre part 1' ensemble constitut de la manchette et de 
1' £16ment femelle provoque une mise en compression de 
l'£16ment femelle. Corame la manch tte tubulaire 36 recouvre 
les surfaces 7 et 8 et l£g&rement au-dela, la compression se 
traduit par un accroissement de la pression de contact entre 
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les surfaces d'etanch§it6 7 et 8 des §16ments male et 
femelle. Le frettage de l'61£ment m§le par l'61£ment fern lie 
est £galement r6alis6. La presence de la manchette tubulaire 
36 requiert une energie d' expansion h peine plus importante 
5 que sans manchette tubulaire (de l'ordre de 10%) et renforce 
considerablement la pression de contact au niveau de la zone 
d'§tancheit£ int§rieure CI apres expansion (de l'ordre de 
200% pour une manchette d'6paisseur de 4 a 5 mm), 

10 Dans l'exemple de realisation pr£sente, avant expansion, la 
manchette tubulaire 36 est d6finie par 

- une longueur de recouvrement 1ml environ 6gale au moins k 
la longueur de la levre 1 1 additionn£e d' environ 2 a 8 fois au 
maximum la largeur d'un filet du filetage, 

15 - une epaisseur radiale eml limitee entre une 6paisseur 
radiale maximale donnie par 1 ' encombrement maximal du joint 
et une Spaisseur radiale minimale donn§e par un trop faible 
effet de la manchette sur le retour elastique des elements 
filet^s : avantageusement, l'6paisseur radiale est d' environ 

20 quelques millimetres, par exemple au moins 1,5 mm et pr£f£- 
rentiellement de l'ordre de 4 & 5 mm pour des tubes de 
diamdtre exterieur de l'ordre de 150 mm et d'epaisseur 7 a 8 
mm. L'epaisseur pr£f 6rentielle de la manchette est sensible- 
ment voisine de celle de la levre mSle. Apr£s expansion, 

25 l'dpaisseur radiale est au moins 4gale h 1 mm, 

Dans une realisation de 1' invention, les surfaces 7 et 8 
d£finissent la zone d'6tancheite dite int£rieure CI du joint 
aprfes expansion diam£trale. Toutefois, une autre zone 
30 d'§tancheit§ est constitute avant et apr&s expansion diam£- 
trale du joint d'etancheit£ represents sur la figure 8. 

Ainsi, 1' element tubulaire femelle 12 comporte, entre son 
filetage et son extremite libre, une l&vre femelle 38 non 
35 filet6e. Cette levre femelle 38 prSsente une surface p£riph6- 
rique interieure 41 se finissant par une surface radiale 39, 
formant une surface annulaire. L' element tubulaire male 11 
prSsente une surface p£riph6rique exterieure 40 du cot£ du 
filetage male oppose & son extremity libre. Apr&s vissage 
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complet des Pigments tubulaires male et femelle, la surface 
periph§rique intSrieure 41 interfere radialement avec la 
surface p6riph6rique ext^rieure 40 de l'616ment tubulaire 
male 11 de mani&re & dSfinir une zone d'6tanch6it6 avant 
5 expansion. Les surfaces 40 et 41 sont toutes deux coniques et 
de conicit6 similaire. Lors de 1' expansion, la ldvre femelle 
n'etant pas en but6e axiale contre l'§l§ment male, il n'y pas 
de phenom&nes de flexion ou de contre-f lexion comme dans le 
cas de la l&vre male en butge axiale contre l'616ment 

10 femelle. Ainsi, la levre femelle ne plonge pas vers l'axe. 
Apr&s expansion se produit simplement un ph^nomfene de retour 
Slastique un peu plus important de la levre femelle 38 par 
rapport a 1' element male sous jacent. Ceci provoque un 
contact 6tanche entre la surface p6riph6rique interieure 41 

15 de la lSvre femelle et la surface pgriph^rique 40 homologue 
de l'£16ment tubulaire male 11. L' interference en fin de 
vissage des surfaces .40 et 41 permet d' assurer le contact 
entre ces surfaces lors du retour 61astique aprfes expansion. 

20 La zone de contact §tanche entre ces surfaces 40 et 41 aprfes 
expansion est appelSe zone d'6tanch6it6 extgrieure CE 
puisqu'elle est situ£e vers l'ext^rieur du joint. 

En dehors de tout autre moyen, l'etanch§it§ ext^rieure cr£6e 
25 au niveau de la zone CE est toutefois inf^rieure & celle 
cr66e au niveau de la zone CI. 

Une manchette tubulaire 34 est dispos^e de fagon concentrique 
a l'616ment tubulaire femelle 12. Cette manchette tubulaire 

30 34 pr^sente un diametre interieur tel qu'il permette h cette 
manchette tubulaire d'etre enfilee par un op6rateur avant 
vissage des Elements tubulaires 11 et 12 sur 1' Element 
tubulaire femelle 12 et d'etre en contact avec la surface 
ext6rieure 37 de l'616ment tubulaire 12. Cette seconde 

35 manchette tubulaire s'6tend sur toute sa longueur lm2 pour 
recouvrir axialement les surfaces p§ripheriques 40 et 41 
propres & d^finir la zone d'6tanch6it§ avant et aprfes 
expansion et depasser de part et d' autre de ces surfaces, 
c'est-a-dire du cot§ du filetage t au-dela de la surface 
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radiale 39. Dans l'exemple, la manchette tubulaire 34 est 
constitute en un mat6riau similaire h celui des Pigments 
tubulaires et dont la limite eiastique est par exemple £gal 
h la limite 61astique du mat£riau de ces elements tubulaires. 
5 Apres expansion diametrale, la manchette tubulaire engendre 
une force de retour eiastique qui s'ajoute a celle de 
1 'element femelle pour contrarier la force de retour eias- 
tique de 1' element male. Le frettage de 1' element femelle par 
la manchette tubulaire est ainsi realisee. De plus f la 
10 difference de retour eiastique entre la manchette et la 
surface inter ieure de 1' element male provoque une mise en 
compression de 1' element femelle. Comme la manchette tubu- 
laire 34 recouvre les surfaces 40 et 41 et legerement au- 
del&, la compression se traduit par un accroissement de la 
15 pression de contact entre les surfaces d'6tanch£it6 40 et 41 
des 61§ments male et femelle par rapport & un joint filete 
similaire sans manchette 34. Le frettage de 1' element male 
par 1' 61§ment femelle est egalement realise. La presence de 
la manchette tubulaire 34 requiert une energie d' expansion h 
20 peine plus important que sans manchette tubulaire et renforce 
considerablement la pression de contact au niveau de la zone 
d'etancheite exterieure CE apres expansion (de l'ordre de 
plus de 300%) . 

Dans l'exemple de realisation presente, avant expansion, la 
manchette tubulaire 34 est definie par 

- une longueur de recouvrement lm2 environ egale a la 
longueur axiale de la ldvre femelle 38 additionnee d' environ 
2 a 8 fois au maximum la largeur d f un filet du filetage, 

- une epaisseur em2 limitie entre une epaisseur maximale 
donne par 1 ' encombrement maximal du joint et une epaisseur 
minimale donn§e par un trop faible effet sur le retour 
eiastique : avant ageusement , 1 'epaisseur est d'environ 
quelques millimetres, par exemple au moins 1,5 mm et pr£f£- 
rentiellement de 4 & 5 mm pour les tubes de diamdtre exte- 
rieur d'environ 150 mm et d' epaisseur de 7 a 8 mm. Ll encore, 
1 'epaisseur de la manchette 34 est pr6f erentiellement de meme 
ordre de grandeur que celle de la l£vre femelle. Apres 
expansion, 1' epaisseur radiale est au moins 6gale & 1 mm. 
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Que ce soit pour la manchette 34 ou pour la manchette 36, il 
est apparu qu'une manchette courte formant discontinuity de 
matiere par rapport aux Elements filetes mkl et femelle 
am61iorait beaucoup plus les performances d'€tancheite, 
5 notamment d'etancheitS exterieure qu'une manchette longue 
rapportee ou qu'une simple sur-epaisseur de matiere sur 
1 'Element femelle a la place de la ou des manchettes. Un tel 
enseignement n ' apparaissait absolument pas comme Evident. 

10 Diverses methodes de montage des manchettes sont envisagees. 

Dans un exemple de realisation, la manchette tubulaire 34 
comprend une saillie radiale 42 a une de ses extremites. 
Ainsi, avant vissage des Elements tubulaires 11 et 12, un 
15 operateur enfile la manchette tubulaire 34 sur 1' element 
tubulaire 12 a partir de l'extremite opposee a celle compre- 
nant la saillie, la surface peripherique interieure de la 
manchette etant en contact avec la surface peripherique 
exterieure 37. La manchette tubulaire 34 est enfilee jusqu'a 
ce que la saillie radiale 42 entre en contact avec la surface 
radiale 39. La manchette tubulaire 34 est ainsi positionnee 
axialement. La saillie radiale 42 peut avantageusement etre 
collee contre la surface radiale 39 de maniere a ameliorer la 
pression de contact. Une "graisse-colle" peut etre utilisee 
durcissant en quelques minutes en conditions anaerobie et 
permet de conserver le positionnement de la manchette 
tubulaire par rapport a 1' element femelle lors de 1' expan- 
sion. La couche de colle peut etre cisaille et fissuree 
pendant 1' expansion sans que cela ne presente d' inconvenient. 



20 
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30 



35 



Dans une variante de realisation, la manchette tubulaire 36 
ou/puis 34 est(sont) enfilee(s) sur l'element tubulaire 12 
avant vissage par un operateur puis positionnee(s ) axialement 
grace a la presence d'un marquage sur la surface peripherique 
exterieure 37 de 1 'Element tubulaire femelle 12, le marquage 
pouvant etre une gorge peu profonde. La position axiale de ou 
des manchettes tubulaires 36 et/ou 34 peut etre maintenue au 
moyen de la "graisse-colle" comme pour le cas de manchette 
avec saillie radiale. La position axiale de ou des manchettes 
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tubulaires 36 et/ou 34 peut 6galement etre maintenue par un 
tr£s 16ger frettage sur l'S16ment tubulaire femelle. Le 
frettage peut etre realise par chauffage de la manchette 
et/ou par ref roidissement de l'616ment femelle. 

5 

L'6paisseur radiale d'une manchette tubulaire peut etre 
diminu^e au prix d'une moindre efficacite sur le renf orcement 
de l'etancheit6 cr66e par la manchette. II est cependant 
possible pour des manchettes minces de compenser quelque peu 

10 leur perte d'efficacitg en augmentant leur limite d'61astique 
par rapport & celle des Pigments male et femelle 11 et 12. 
Plus la limite eiastique de la manchette est sup£rieure & la 
limite 61astique des 616ments male et femelle, meilleure est 
l'etanch^ite a 6paisseur donn6e. La limite 61astique de la 

15 manchette tubulaire est propre a etre modif x6e par traitement 
thermique. Toutefois, la ductilite du mat^riau est g6n6rale- 
ment r^duite par 1 ' augmentation de la limite 61astique. Un 
compromis peut etre trouv6 entre une ductility qui doit 
rester suffisante pour pouvoir g6n6rer 1' expansion diametrale 

20 sans rompre la manchette tubulaire et une limite 61astique 
suffisamment 61ev6e pour garantir des performances d'6tan- 
cheit6 suffisantes malgr€ l'£paisseur radiale limit^e de la 
manchette tubulaire. 

25 Si un 616ment tubulaire ne comprend qu'une zone d'etanch6it6 
ext§rieure CE ou int^rieure CI, cette zone d'etanch£ite est 
propre h assurer l'6tanch6ite des fluides de l'int§rieur vers 
l'extfirieur comme de l'ext^rieur vers l'interieur. Dans ce 
cas, les termes "zone d'6tanch§it6 ext^rieure" et "zone 

30 d'etanch6it6 interieur" permettent essentiellement de situer 
la zone d'§tancheit6 au niveau de I'extr6mit6 libre de 
l f Element tubulaire male ou femelle. 

En annexe I se trouvent repertories les performances relati- 
35 ves de joints filet^s en terme de pression de contact 
int§gr§e sur la largeur de contact. Cette etude a pour but de 
comparer, relativement k un joint filets simple de reference 
(cas l) f les differentes realisations selon 1' invention 
adapt6es sur ce joint filets simple. Le joint pris en 
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reference est un joint filete de diam^tre externe 152,4 mm (6 
pouces) et de poids metrique 27 , 8 kg/m (18,6 lb/ft) en acier 
AISI 420 (13% Cr) dans la designation americain (correspond 
& la designation europeenne X20Crl3) traites pour le grade 
5 API L80 (API = American Petroleum Institute) correspondant a 
la limite 61astique minimale de 551 MPa. 

Les tableaux 1 et 2 concernent respectivement les r6sultats 
d'etanch^ite exterieure et interieure en pourcentage pour 
chaque cas considers par rapport a l'^tancheite interieure du 
cas de reference : 

- cas 1 : joint filets de reference, 

- cas 2 : joint filets de reference recouvert d'une manchette 
trfes longue fix6e sur 1' element filete male et recouvrant le 
filetage et les ldvres male et femelle, d'epaisseur 4,5 mm, 
en acier identique k celui du joint filete (13% Cr) et traite 
identiquement au joint (API L80) 

- cas 3 : joint filete de reference muni de deux manchettes 
courtes selon la presente invention (figure 8) de meme 
epaisseur, materiau et traitement que dans le cas precedent, 

- cas 4 : le meme que le cas 3 mais comportant une seule 
manchette dispos^e au niveau de la lfevre femelle, trfes mince 
(epaisseur 1,6 mm) et collee sur 1' Element femelle au niveau 
de sa saillie radiale, 

- cas 5 : le meme que le cas 4 mais comportant une manchette 
traitee pour un grade API P 110 (correspondant a la limite 
eiastique R p 0 , 2 * 758 Mpa) 

Dans le cas l r I'etanch6it6 interieure est excellente mais 
30 I'etanch6it6 exterieure est plus faible (44% de 1'etancheite 
int6r ieure). Une manchette longue (cas 2) n'ameliore que 
1'etancheite interieure. L' utilisation de deux manchettes 
courtes (cas 3) d'epaisseur similaire au cas 2 ameiiore a la 
fois 1'etancheite exterieure et interieure. En diminuant 
35 fortement l'epaisseur (cas 4), il est possible de conserver 
une etancheite exterieure suffisante (seule etudiee). 
L' augmentation du grade de la manchette, et done de la limite 
d f eiasticite, (cas 5) permet d'augmenter l'etancheite 
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exterieure qui atteint quasiment le niveau de l'etancheite du 
cas de reference. 

Le pic d' effort (non indique ici) g6n6r£ par la presence de 
5 manchette pour l'expansion diametrale et l'energie d'expan- 
sion sont trfes limites. 

Pour un el&uent tubulaire presentant les deux zones 
d'etanch§it§ inter ieur et exterieur, une variante de realisa- 
tion de manchette tubulaire consiste en un pidce tubulaire de 
recouvrement 45 comme representee sur la figure 11 comprenant 
les manchettes 34 et 36 de la figure 8 relives entre elles 
par une entretoise tubulaire 46. Cette entretoise tubulaire 
46 est d'epaisseur radiale beaucoup plus faible que celle des 
manchettes 34 et 36 de fagon h pratiquement pas s'opposer h 
la force d' expansion diametrale sur toute la longueur de 
1' entretoise 46. 

Les differentes methodes de montage de cette piece de 
20 recouvrement sont les memes que pour la manchette tubulaire 
34 seule. 

L' invention n'est pas limitee aux modes de realisations 
d^crit a titre d'exemple. 

25 

L' invention s' applique soit a des joints ne presentant que la 
zone d'etancheite interieure f soit & des joins ne presentant 
que la zone d'etancheite exterieure , soit h. des joints 
presentant l'une et 1' autre des zones d'etancheite. 
30 L' invention peut s' adapter a des joints presentant d'autres 
zones d'etancheite comme des zones d'etancheite intermedial- 
res par exemple. 
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Annexe I 



Tableau 1 





Numero de cas 


1 


2 


3 


4 


5 


5 


etanch^ite' ext€rieure 


44 


42 


158 


89 


99 




( en % par rapport a 














l'€tancheit6 int#- 














rieure du cas 1) 













10 Tableau 2 



Num€ro de cas 


1 


2 


3 


etancheit§ int£rieure (en % 
par rapport a l'e'tanchgite^ 
interieure du cas 1) 


100 


220 


201 
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Revendications 

1. Joint tubulaire filete de hautes performances comprenant 
un premier Element tubulaire male <11) et un second 616ment 
5 tubulaire femelle (12) propres h etre mutuellement assembles 
par vissage de filetages respectifs conjugu^s, l'un au moins 
des premier et second Pigments tubulaires (11; 12) comportant 
une levre non filetSe (38; 5) s'6tendant entre son filetage et 
son extremite libre et pr^sentant une surface d'§tanch£it6 

10 (40; 7) propre h etre en contact etanche avec la surface en 
regard (41; 8) de 1' autre 616ment apr£s vissage, expansion 
diam^trale puis g6n6ration de forces de retour §lastique des 
premier et second Elements tubulaires , caractSrisS en ce 
qu'il comprend une manchette tubulaire (34; 36) propre k etre 

15 enfilSe avant vissage sur le second Pigment (12), a etre 
positionn£e pour s'etendre axialement essentiellement en 
regard de ladite lfcvre (3; 5) et, aprds expansion diam^trale, 
a engendrer une force de retour 61astique qui s'ajoute & 
celle du second Element pour contrarier la force de retour 

20 §lastique du premier 61€ment en r^alisant de ce fait au moins 
le frettage du second 616ment par la manchette tubulaire . 

2* Joint tubulaire selon la revendication 1, caract6ris6 en 
ce que la Ifevre non filetee (5) du premier 616ment comprend 
25 une languette en extr6mit§ propre & dtre engag6e en butSe 
axiale dans une rainure correspondante du second Element 
aprds vissage et avant expansion, la levre non filetSe §tant 
propre h §tre maintenue par la languette dans la rainure 
durant 1' expansion diam6trale. 

30 

3. Joint tubulaire selon l'une des revendications pr6c6den- 
tes, caract6ris6 en ce que la surface d'etancheit§ de la 
levre et la surface en regard sont cylindriques et sont 
disposees h faible jeu l'une de 1' autre apres vissage et 

35 avant expansion diamStrale. 

4. Joint tubulaire selon la revendication 1, caract6ris§ en 
que la surface d'6tanch6it§ de la l£vre et la surface en 
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regard sont propres h interfSrer radialement l'une contre 
1' autre aprfes vissage t avant expansion diametrale. 

5. Joint tubulaire selon l'une des revendications pr6c6den- 
5 tes, caract6ris6 en ce que chacun des premier et second 

Elements tubulaires (11, 12) comporte une levre non filet^e 
(38,5) s'^tendant entre son filetage et son extremity libre 
et presentant une surface d'6tanch6ite (40,7) propre a etre 
en contact etanche avec la surface en regard (41,8) de 

10 1' autre Element apres vissage, expansion diametrale, puis 
generation de forces de retour 61astique des premier et 
second elements tubulaires et en ce qu'il comprend deux 
manchettes tubulaires (34,36) propres h etre enfilges avant 
vissage sur le second §16ment (12), & etre positionn§es pour 

15 s'6tendre axialement essentiellement en regard desdites 
levres (38,5) respectivement et h engendrer une force de 
retour 61astique qui s'ajoute §. celle du second element pour 
contrarier la force de retour 61astique du premier 616ment en 
r^alisant de ce fait au moins le frettage du second Aliment 

20 par la manchette tubulaire. 

6. Joint tubulaire selon la revendication 5, caract6ris6 en 
ce que les deux manchettes (34,36) sont relives entre elles 
par une entretoise (46) ayant une section transversale 

25 infSrieure & celle des manchettes, les manchettes et 
I'entretoise etant r6alis§es en une seule pidce (46). 

7. Joint tubulaire selon la revendication 6, caract6ris£ en 
ce que l r entretoise tubulaire (45) presente une 6paisseur 

30 radiale inferieure a celle des manchettes. 

8. Joint tubulaire selon l'une des revendications pr6c£den- 
tes, caract6ris6 en ce que chaque manchette tubulaire (34; 36) 
a une longueur de recouvrement (lm2;lml) environ €gale a la 

35 longueur de la ldvre en regard optionnellement additionn^e 
d'au plus 8 pas desdits filetages. 
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9. Joint tubulaire selon la revendication 8, caract6ris6 en 
ce que chaque manchette (34; 36) est centree sur la lfevre en 
regard (38,5) . 

5 10. Joint tubulaire selon l'une des revendications pr6c6den- 
tes, caract6ris§ en ce que la manchette tubulaire (34) 
s'6tendant en regard de la Ifevre (38) du second Element 
comprend une saillie radiale (42) propre h venir au contact 
d'une surface radiale (39) situee a l'extr6mit£ du second 
10 616ment (12) et propre h faciliter le positionnement de la 
manchette tubulaire (34). 

11. Joint tubulaire selon l'une des revendications pr6c6den- 
tes, caracteris§ en ce que la manchette tubulaire (34; 36) est 

15 maintenue en position par rapport au second element (12) par 
collage d'au moins une partie des surfaces du second 616ment 
et de la manchette en regard. 

12. Joint tubulaire selon l'une des revendications pr6c£den- 
20 tes, caract6ris6 en ce que la manchette tubulaire (34; 36) est 

positionn^e axialement sur le second Element (12) au moyen 
d f un frettage au moins par ref roidissement du second Element 
(12). 

25 13. Joint tubulaire selon l'une des revendications pr6c€den- 
tes, caract§ris§ en ce que la manchette tubulaire (34; 36) est 
positionn6e axialement sur le second 616ment (12) au moyen 
d'un frettage au moins par chauffage de la manchette tubu- 
laire. 

30 

14. Joint tubulaire selon l'une des revendications pr^ceden- 
tes, caract6ris6 en ce que le second 616ment (12) comprend 
une marque situee sur sa surface peripherique ext§rieure (37) 
et propre a faciliter le positionnement de la manchette 

35 tubulaire. 

15. Joint tubulaire selon la revendication 14 , caracterisd en 
ce que la marque est une gorge peu profonde ef fectu^e sur le 
second 616ment (12). 
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16. Joint tubulaire selon l'une des revendications prSc'den- 
tes, caracteris^ en ce que l'gpaisseur radiale de la man- 
chette tubulaire est au moins 6gale a 1,5 ram. 

5 17. Joint tubulaire selon l'une des revendications pr6c6den- 
tes, caracterise en ce que le materiau de la manchette 
tubulaire possede une limite eiastique sup^rieure cL la liniite 
eiastique du materiau des premier et second elements. 

10 18. Joint tubulaire selon l'une des revendications pr6c6den- 
tes, caracterise en ce que la limite eiastique du materiau de 
la manchette tubulaire est r6gl€e par traitement thermique. 

19. Precede de realisation d'un joint filets tubulaire 
15 etanche caracterise en ce que l'on part d'un joint filets 

tubulaire selon l'une quelconque des revendications preceden- 
tes dit "joint filete tubulaire initial" et en ce qu'on fait 
subir h ce joint filete initial une expansion diametrale dans 
le domaine des deformations plastiques & 1 ' aide d'un boulet 
20 d' expansion (30) de diam&tre superieur au diam&tre interieur 
(DI) desdits elements tubulaires, qui est deplace axialement 
dans le joint filete, la ou chaque manchette engendrant, 
aprds expansion, une force de retour eiastique qui s'ajoute 
cl celle du second element dans la region qu'elle recouvre. 

25 

20. Joint tubulaire etanche de hautes performances tel qu'on 
peut l'obtenir par le procede selon la revendication 19 r 
comprenant un premier Element tubulaire mile (1) et un second 
element tubulaire femelle (2) mutuellement assembles par 

30 vissage de filetages respectifs conjugues, l'un au moins des 
premier et second elements tubulaires (11; 12) comportant une 
l&vre non filetee (38; 5) s'etendant entre son filetage et son 
extremite libre et presentant une surface d'etancheite (40 ;7) 
en contact etanche avec la surface en regard (41; 8) de 

35 I 1 autre element, le joint comprenant en outre une manchette 
tubulaire entourant avec serrage le second element et 
s'etendant axialement essentiellement en regard de ladite 
levre. 
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54 REINFORCED TUBULAR THREADED JOINT FOR IMPROVED SEAL AFTER PLASTIC 



EXPANSION 

57. The present invention concerns a high performance threaded tubular joint comprising a first 
male tubular element (11) and a second female tubular element (12) assembled by screwing 
them together. One of the tubular elements (11, 12) has an unthreaded lip (38, 5) extending 
between its threading and its free end and having a sealing surface (40, 7) in sealed contact with 
the facing surface (41, 8) of the other element after screwing together, diametral expansion, then 
generation of forces of elastic recovery of the first and second tubular elements. The joint 
includes a tubular sleeve (34, 36) slipped on before being screwed on to the second element 
(12), positioned to extend essentially axially with respect to said Hp (3, 5), and after diametral 
expansion, generating an elastic recovery force that is added to that of the second element to 
counteract the elastic recovery force of the first element, thus producing at least the 
reinforcement of the second element by the tubular sleeve. 

[see source for drawing] 
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Reinforced tubular threaded joint for improved sea) after plastic expansion 

The present invention cone rns a tubular joint, particularly of the type used for 
hydrocarbon wells or similar wells such as geothermics. 

Such a joint can exist between two pipes of great length, or between one pipe of great 
length and a sleeve. In particular, these joints are used to assemble columns of pipe for casings 
or production pipes. Because of the mechanical characteristics required, the casing and 
production pipes are generally of heat-treated steel. 

These joints must be able to withstand traction, compression, bending and sometimes 
torsion, as well as strong pressure differentials in both directions between the internal and the 
external. They even have to be impervious to gases, at least in some cases. Threaded joints are 
particularly advantageous in this regard. 

However, it is being considered to cause the pipes, in situ, to undergo diametral 
expansion with permanent plastic deformation. This offers various advantages that will be dealt 
with further on. Also, the joints must remain operational after the plastic deformation by diametral 
expansion that they undergo in the same way as the pipes. Thus, in particular it is desirable for 
the threaded joints to have mechanical strength under traction/compression, with or without 
internal or external overpressure, as well as imperviousness, after plastic diametral expansion, 
while preserving the essential properties that make them of value. A joint remains impervious to 
liquid and/or gas pressures in proportion to the strength of the contact pressure between the parts 
of the joint over a sizeable width and over the whole periphery of the contact surfaces. 
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Conventional joints are not entirely satisfactory: ither they do not meet these 
requirements, or they do so on a random basis, or they meet them but not repeatedly. 

In WO 02/01102 a joint structure is proposed that has plastic diametral expansion. In 
FR 02 00055, the applicant also proposed an improved joint structure that has plastic diametral 
expansion. 

The present invention improves the situation, and more particularly the imperviousness of 
the threaded joint. 

The present invention concerns a high performance threaded tubular joint comprising a 
first male tubular element and a second female tubular element suitable for assembly by screwing 
together the respective conjugate threadings. At least one of the first and second tubular 
elements has an unthreaded lip extending between its threading and its free end and having a 
sealing surface suitable for being in sealed contact with the facing surface of the other element 
after screwing together, diametral expansion, then generation of forces of elastic recovery of the 
first and second tubular elements. 

According to one principal feature, the tubular joint includes a tubular sleeve that is 
suitable for being slipped on before being screwed onto the second element; for being positioned 
to extend essentially axially with respect to said lip; and after diametral expansion, for generating 
an elastic recovery force that is added to that of the second element to counteract the elastic 
recovery force of the first element, thus producing at least the reinforcement of the second 
element by the tubular sleeve. 

According to one advantageous embodiment, the unthreaded lip of the first element has 
an end tongue suitable for being engaged by insertion in a 
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corresponding groove of the second lement after screwing and before expansion. The 
unthreaded lip is also suitable for being held by the tongue in the groove during the diametral 
expansion. 

Advantageously, the sealing surface of the lip and the facing surface are cylindrical and 
are arranged with slight clearance from each other after screwing and before diametral 
expansion. 

According to another embodiment, the sealing surface of the lip and the facing surface 
are suitable for radially interfering with each other after screwing and before diametral expansion. 

According to an initial alternative embodiment, each of the first and second tubular 
elements has an unthreaded lip extending between its threading and its free end and having a 
sealing surface suitable for being in sealed contact with the facing surface of the other element 
after screwing, diametral expansion then generation of elastic recovery forces of the first and 
second tubular elements. In this embodiment, the tubular joint has two tubular sleeves suitable for 
being slipped on before screwing on to the second element; for being positioned to extend 
essentially axially with regard to said lips respectively; and for generating an elastic recovery 
force that is added to that of the second element to act against the elastic recovery force of the 
first element, thus producing at least the reinforcement of the second element by the tubular 
sleeve. 

In a second alternative embodiment, the two sleeves are connected to each other by a 
spacer having a transverse cross section smaller than that of the sleeves, the sleeves and the 
spacer being of a single piece. 

Advantageously, the tubular spacer has a radial thickness less than that of the sleeves. 
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According to one embodiment of the present invention, each tubular sleeve has a 
covering length approximately equal to the length of the lip facing it, with the option of no more 
than 8 turns of said threads. 

Advantageously, each sleeve is centered on the lip facing it. 

In one advantageous embodiment the tubular sleeve extending in front of the lip of the 
second element has a radial projection suitable for coming into contact with a radial surface 
located at the end of the second element and suitable for facilitating the positioning of the tubular 
sleeve. 

Preferably the tubular sleeve is held in place with reference to the second element by 
gluing at least a part of the surfaces of the second element and the facing sleeve. 

The tubular sleeve is positioned axially on the second element by means of shrink fitting 
at least by cooling the second element and/or by heating the tubular sleeve. 

In order to facilitate the positioning of the tubular sleeve, the second element has a mark 
located on its external peripheral surface. In one possible embodiment, the mark is a shallow 
groove made in the second element. 

Preferably, the radial thickness of the tubular sleeve is at least 1 .5 mm. 

The material of the tubular sleeve has an elastic limit greater than the elastic limit of the 
material of the first and second elements. In addition, the elastic limit of the tubular sleeve is 
adjusted by heat treatment. 
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The present invention also concerns a method of producing a sealed tubular thr aded 
joint from a threaded tubular joint called "initial threaded tubular joint." Said initial threaded tubular 
joint is caused to undergo a diametral expansion in the area of plastic deformations using an 
expander of greater diameter than the inside diameter of said tubular elements, which is moved 
axially in the threaded joint, where each sleeve generates an elastic recovery force after 
expansion that is added to that of the second element in the region that it covers. 

The present invention also concerns a high performance sealed tubular joint such as can 
be obtained by the method of the present invention, comprising a first male tubular element high 
performance threaded tubular joint and a second female tubular element assembled by screwing 
together the respective conjugate threadings. At least one of the first and second tubular 
elements has an unthreaded lip extending between its threading and its free end and having a 
sealing surface suitable for being in sealed contact with the facing surface of the other element. 
The joint also includes a tubular sleeve surrounding and clamping onto the second element and 
extending axially essentially facing said lip. 

The attached figures illustrate forms of embodiment of the present invention in a non- 
limiting way: 

- Figure 1 represents a threaded joint of the type to which the present invention applies, 

- Figure 2 represents the male element of the threaded joint of Figure 1 , 

- Figure 3 represents the female element of the threaded joint of Figure 1 , 

- Figures 4 to 7 represent the threaded joint of the type to which the present invention 
applies, in various stages of the expansion process, 
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- Figure 4 represents the expansion phase of the threaded joint, 

- Figure 5 represents the bending phase, 

- Figure 6 represents the straightening phase, 

- Figure 7 represents the final state of the threaded joint having undergone the expansion 
process, 

- Figure 8 represents a threaded joint before expansion, having an example of sleeves 
according to the present invention, 

- Figure 9 represents the threaded joint after expansion, having an example of sleeves 
according to the present invention. 

The drawings contain essentially the elements with specific features. Thus, they do not 
only serve for better understanding of the description but also contribute to the definition of the 
present invention in some cases. 

Addendum I shows the results of a comparative study on the sealing of a reference joint 
and of the threaded joints according to the present invention. 

At this point, it is important to review the structure of wells for hydrocarbons or 
geothermy, for example. 

Traditionally, the height of a well is first drilled to a relatively shallow depth of several tens 
of meters with the use of a tool having a large diameter, for example, on the order of 500 mm, 
and is cased using a column of pipes with this diameter. The drilling diameter then decreases, 
step by step, just to the bottom part of the well that can be drilled with a diameter that is just 
slightly less, on the order of 150 mm in the same example. A well such as this is then cased using 
several columns of concentric pipes, each descending to the end of the drilling with a 
corresponding diameter and all suspended from the surface; the pipes with the greatest diameter 
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extend from the surface to several tens of meters of depth and the pipes with smaller diameter 
extend from the surface to the bottom of the well, of which the depth may reach several 
thousands of meters. The space between the casing pipes and the ground is cemented, for 
example. 

After the well is completely drilled and cased, a column of production pipes can be 
lowered in order to allow, in particular, the removal of hydrocarbons to the surface, i.e. effective 
exploitation of the well. Thus, it is understood that this column of production pipes has an external 
diameter that is slightly less than the internal diameter of the column of casing pipes. 

Fitting out a well in this way leads to the use of a large number of pipes of different 
dimensions, generally assembled using threaded joints, taking into account the advantages of 
this type of assembly. An attempt is made to make the pipes as thin as possible, so as not to 
require very large diameters of the casing pipes close to the surface. Still, compliance with the 
constraints and specifications applicable to threaded joints sometimes leads to giving them a 
thickness that is greater than that of the regular part of the pipe; this makes it necessary to 
increase the diametral progression between concentric columns when there is a descent into the 
depth of the well. 

Connection of the pipes to each other takes place either by screwing the threaded ends 
of the pipes into each other (called integrated joints) or using threaded sleeves that cover their 
ends. The pipes are lowered successively after they are screwed onto the end of the pipe or of 
the preceding sleeve. 

The specification API 5 CT of the American Petroleum Institute (API) thus defines 
threaded tubular joints between two pipes of long length ("integral-joint tubing," "extreme-line 
casing"), as well as the threaded sleeve assemblies comprising two threaded joints that make it 
possible to connect two pipes of long length 
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using a sleeve. These API joints are not seal d unless th re is an addition of a grease reinforced 
with metallic particles that fills the interstices between threads. 

Naturally, the connections between pipes (or between pipes and sleeves) must remain 
sealed, no matter what stresses the pipes are subjected to at the time of their descent into the 
well and have a high mass limit that can be supported, since each joint handle supports the pipes 
located below it, at least partially. Also, the mechanical performance of the threaded joints 
appears to be closely connected with their geometric characteristics. 

First of all, a threaded joint is defined by an "efficiency" in traction determined by the 
relationship between the transverse section of the pipe at a right angle to its thread, and the 
transverse cross section of the pipe in its length. 

In addition, when the internal or external fluid pressure exerted on the pipes becomes 
excessive, the threads may disintegrate, above all in the case of threaded connections with 
rounded triangular threads. It is for this reason that generally trapezoidal threads are preferably 
used. 

This being the case, no matter what type of thread is used, in spite of the use of grease 
reinforced with particles, a leakage channel always exists in which a fluid at high pressure can 
circulate due to the clearance existing between the surfaces that are not in contact For a given 
tensile load, there is a fluid pressure threshold, beyond which the combined force of traction and 
pressure causes a disengagement of the threads of the male parts and female parts in contact on 
threaded API joints. 

To prevent this, the joints and threaded assemblies have been the object of various kinds 
of improvements: for example, the patents FR 1489013, EP 0488912, US 4494777 have shown 
how to produce threaded tubular joints 
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called superior or "premium" that are especially well sealed due to the metal-metal sealing and to 
the stops that are judiciously arranged between male elements and femal elements. 

This can be carried out by two conical sealing areas with interfering contact, the male 
sealing area being arranged externally to that of the male thread and the female sealing area 
being arranged in a corresponding manner on the female element Transverse insertions are 
used to position the sealing areas and to reinforce their effectiveness. 

As indicated, after lowering a pipe column into a well, the plan is to subject it to diametral 
expansion with permanent plastic deformation. This is carried out, for example, using an 
expander that is forced to pass through the inside of the column, see patents or patent requests 
WO 93/25799, WO 98/00626, WO 99/06670, WO 99/35368, WO 00/61915, GB 2344606, 
GB 2348657. This offers very interesting potentials: 

- lowering a column that requires a small amount of axial space , which is then expanded 
using force; 

- putting a column of casing pipes in place in this way, 

- at the same time, stopping up the holes of a casing or production pipe in situ that has 
been pierced by corrosion or by scraping of the drill stem, or even lowering pipes into the well that 
take up a small amount of axial space and will be expanded to the desired diameter once in 
place. 

- finally and above all, making it possible to drill wells with uniform diameter along the 
entire length, in which the casing is produced using a column of pipes all of the same diameter, 
the pipes being introduced in the non-expanded state, then being expanded, in situ, to the 
diameter of the well. 

Thus, it will be possible to greatly decrease the number of pipes necessary to fit out a 
well, by eliminating the pipes of very large diameter and of very great thickness. 
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As a result, the cost of the wells is decreased. It is also possible to conceive of drilling wells 
directly with the column of casing pipes, which will play the role of a train of drill stems. 

It has been found that producing threaded joints that will perform their function after this 
expansion is extremely delicate, and all the more so in that these must be reliable (all of the joints 
must hold) and stable under function conditions. 

It has been found that the classic tubular threaded joints such as those according to 
patent US 4494777 do not support plastic diametral expansion. After expansion, the following is 
confirmed on these joints: 

- an absence of sealing (which also prevents carrying out the expansion by pushing the 
expander through the column using hydraulic); 

- a deflection of the male end toward the inside of the joint which considerably reduces, in 
an unacceptable manner, the operational internal diameter of the column by causing an internal 
projection into the space defined by the operational internal diameter; 

- possibly breakage of the lip of the male end by exceeding the deformation capacity of 
certain areas that are especially stressed due to the variations in thickness all along the male and 
female elements in comparison to the thickness at the body of the pipe. 

Thus, an attempt has been made to produce a tubular threaded joint that would be able 
to resist the expansion operation in the well and which would be impervious to liquids and gases 
after the said expansion operation. An attempt has also been made so that the tubular threaded 
joint would be simple and economical to produce. There has also been an attempt to ensure that 
the threaded joint has good metallurgical properties in service, i.e. after expansion, in particular in 
that it has an adequate elasticity limit in this state and that it is free 
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of fragility and that it exhibits good characteristics with respect to cracking under stress by H2S. 

Threaded joints having a male lip corresponding to a female seat (US 4611838, 
US 3870351 , WO 99/08034, US 6047997) are known. It has been found that these known 
assemblies are not sealed after plastic expansion, which had also never been foreseen. 

In US 4611838, the male lip has an annular male end surface comprising an annular 
tooth; and an annular female shoulder surface comprising an annular groove is provided. For 
insertion, the male lip has an external toric peripheral surface and the female seat has a conical 
internal peripheral surface. These peripheral surfaces interfere radially for the purpose of 
screwing them together to make up the sealing areas. US 4611838 provides for maximizing the 
radial interference of the external toric peripheral surface of the male lip with the internal conical 
peripheral surface of the female seat for the purpose of screwing them together (and also for the 
sealing of the threaded joint) due to the shape of these peripheral surfaces and having the effect 
of supporting the internal surface of the groove on the lower surface of the tooth. However, the 
male end surface according to US 461 1838 is not held well in position in that of the female 
shoulder of the threaded joint and thus does not allow transmission of a bending moment at the 
free end of the male lip because of the open space between the upper wall of the tongue at the 
free end of same and the upper wall of the groove at the base of same. Thus, sealing after 
expansion cannot be guaranteed. 

US 3870351 presents a configuration of the lip and the male end and of the adjacent 
female seat of the configuration of US patent 4611838, the surface of the male free end being 
buckled so that it is convex and resting against a concave female shoulder surface in such a way 
as to produce two sets of metal-metal sealing areas, one at the level of the buckled surfaces, 
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the other set being arranged on the external peripheral surface of the male lip and on the internal 
peripheral bearing surfaces of the female seat A configuration such as this makes it possible to 
increase the radial interference between the peripheral bearings on the threaded joint, however, 
this is not adequate for the application under consideration (sealing after expansion). 

WO 99/08034 describes a threaded joint with square threads having a male lip 
corresponding to a female seat and exhibiting annular surfaces on the male end and female 
shoulder in the form of surfaces that are engaged with each other. The external peripheral 
surface of the male lip and the internal peripheral surface of the female seat have cylindrical parts 
that interfere radially with each other to form a set of sealing areas so that the male and female 
rabbets are embedded. The configuration of these surfaces is complex and expensive to produce 
and does not offer any guarantee of sealing after plastic expansion. In addition, the enclosure of 
grease involves the hazard of obtaining poor positioning of the threaded elements. 

Finally, US 6047997 describes a structure for drill stems for subterranean conduits for 
which there is no particular sealing requirement The male end surface according to this patent is 
inserted in a female shoulder surface, but the figures show a significant space between the 
external peripheral surface of the male lip and the internal peripheral surface of the female seat 
This is also not satisfactory for the application under consideration. 

In the technique of assembly using expansion, each pipe abuts the pipes that are already 
assembled after passing through the inside of the preceding pipes. To allow this passage, the 
diameter of each pipe that has already been assembled is subjected to an expansion on the order 
of 10 to 25%, starting with 
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the first one, by the passage of an expander with a generally conical form pulled from the surface 
of the well. This expansion of the pipes also makes it possible to improve the sealing at the level 
of the contact surfaces of the joints. 

One embodiment of a joint with metal against metal sealing in the form of a finger 
adapted to this technique is described in WO 02/01102 mentioned above. Another embodiment is 
presented in the French patent request that has not yet been published, FR 02 00055 mentioned 
above. Each of these implementations describes a sealing joint that is able to be expanded and, 
once expanded, has sealing areas that ensure imperviousness to fluid or even to gas. 

A sealing area is made up of two surfaces in contact subject to contact pressures. A 
sealing area remains impervious to liquid pressures, even gas pressures that are even higher 
than the contact pressure of these surfaces. In addition, the dimensions of these sealing surfaces 
(width and length) also has an influence on sealing. The present invention proposes to improve 
the sealing of these joints with the liquid and gas pressures, in particular by increasing the contact 
pressure at the level of the sealing areas. 

Figure 1 shows a joint comprising a threaded male element 1 arranged at the end of a 
first pipe 11. This male element is screwed into a threaded female element 2 arranged at the end 
of a second pipe 12. The internal diameter of the male threaded element is equal here to the 
internal diameter Dl of pipes 11, 12. In the embodiment in Figure 1, the external diameter of the 
threaded female element is equal to the external diameter DE of pipes 11, 12, solely by way of 
example. 

The joint is shown in Figure 1 in its state where it is simply inserted and screwed together 
before any diametral expansion operation. 
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The second pipe 12, as is shown, is a pipe of long length. This second pipe could be, in a manner 
not shown, a sleeve equipped on one side with the female element 2 and on the other side a 
second female element, symmetrical or not to the latter and screwed together with a male 
element located at the end of another pipe with long length. 

Only the male element 1 is shown in Figure 2. 

It comprises a male threading 3, conical with trapezoidal threads and is extended toward 
its free end by a non-threaded end part made up of a groove 21 and a lip 5 and ends in an 
annular male end surface with 9. 

Groove 21 is shallow and has a U shape. 

It starts immediately beyond the threading and its depth h g is less than the height of the 
threads of threading 3. In this way, the base of the groove reaches the base of the first thread of 
the threading. 

The length of the groove l 0 is essentially equal to 4 times its depth h g . 
Lip 5 exhibits: 

a) An external peripheral surface 7 with cylindrical shape, 

b) An internal peripheral surface 19 that corresponds to the end area of the cylindrical 
internal peripheral surface of the first pipe 1 1 . 

Lip 5 thus has a uniform thickness that is essentially equal to half of thickness et of 
pipe 1 1 . It has a length h measured from the end of the groove to a line perpendicular to the 
surface 15 (defined below) that is essentially equal to 3 times the thickness of the lip e t . 
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The male end surface 9 forms a rabbet This rabbet is made up of an annular transverse 
male surface 15 and an annular tongue 13 proj cting axially next to the transverse surface 15. 
The male transverse surface 15 is located on the side of the rabbet turned toward the inside of 
the threaded joint. 

The external peripheral surface of the tongue 13 is in the extension of the surface 7 of the 
lip while its peripheral internal surface 17 is e.g. cylindrical. 

The radial thickness of the tongue 13 is essentially identical to that of the transverse 
surface 15 while the height of the tongue (or axial projection of same) is essentially equal to the 
radial thickness of this same tongue. It can also be equal to 1.5 times this radial thickness to 
better hold the free end of the tongue at the time of the expansion. 

Female element 2 is shown alone in Figure 3. 

Starting from the free end of the female element, it comprises a female threading 4 with 
trapezoidal threads analogous to the male threading 3, then a non-threaded part 6. This non- 
threaded part 6 forms a seat to correspond and cooperate with the lip 5 of the male element 1 . 

The female seat 6 has a peripheral surface 8 turned toward the inside, with cylindrical 
shape, connected on one side to the female threading 4 and on the other side, by way of a 
female shoulder 10, to the peripheral internal cylindrical surface 20 of the second pipe 12. 

In a general way, the diameter of the peripheral surface 8 of the seat is very slightly 
greater than the diameter of the external peripheral surface 7 of the male lip 5. In this way, the 
surfaces 7 and 8 can glide against each other with little clearance at the time that the male 
element is screwed into the female element, 
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for example, with a clearance of 0.2 mm. The advantage of such sliding will be explained further 
on. 

The female shoulder exhibits an annular shoulder surface 10 that is arranged in a way 
that essentially corresponds to that of the male end 9 and has a shape that is essentially 
homologous to it. The surface 10 forms a rabbet made up of a transverse annular female surface 
16 and an annular groove 14 adjacent to the transverse surface 16. 

The transverse female surface 16 is located on the side of the rabbet turned toward the 
inside of the threaded joint. 

The wall 18 of the groove 14 adjacent to the transverse surface 16 is e.g. cylindrical and 
can be joined to the latter by a rounding or chamfer. The opposite wall of the groove is in the 
extension of the peripheral surface 8. When the threaded joint is screwed together, the surface 17 
of the tongue is "connected" on the wall 18 of the groove until the free transverse end of the 
tongue arrives at the base of the groove 14. The axial height h r of the tongue 14 and the axial 
depth P r of the groove are such that the transverse surfaces 15 and 16 do not come into contact 
except after additional screwing. The slight clearance between the cylindrical surfaces 7 and 8 
and between the surfaces of the tongue and of the groove that extend them make possible the 
evacuation of the grease at the end of screwing procedure and thus a correct positioning of the lip 
5 with respect to the seat 6. 

Figures 4 to 7 explain the phenomena of deformation that occur when a diametral 
expansion on the order of 15% is carried out, by means of an expander, on the pipes assembled 
by the threaded joints which have just been described and which make it possible to finally obtain 
a sealed expanded joint. 
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Such a deformation carried out on metallic materials leads to plastic d formations of the 

metal. 

Thus, it goes from an external diameter of 139 J mm (5.5 in) on the second pipe 12 
upstream of the expansion and, as a result, in the part that is not deformed yet with an external 
diameter of 157.5 mm (6.2 in) on the expanded first pipe 11 (perpendicular to or downstream of 
the outlet taper 33 of the expander). Because of this fact, it is necessary to use a metal for the 
pipes that will withstand such plastic deformations. 

The plastic deformations generated increase the elasticity limit of the products: a pipe 
initially having an elasticity limit of 310 MPa (45 KSI) would thus increase to 380 MPa (55 KSI) 
after deformation. 

The diametral expansion is carried out in a known manner using an expander 30 (Figure 
4) with adequate maximum diameter. The passage of this expander in the pipes is forced either 
by pulling using the drill stem or by pushing it, e.g. using hydraulic pressure. 

For example, the expander has the shape of a double taper with an inlet taper 31 on 
which the expansion is carried out, a cylindrical median part 32 and a conical outlet part 33. All of 
the surfaces of the parts of the expander are connected to each other by adapted connecting 
radii. 

WO 93/25800 discloses, in particular, inlet taper angles that are especially adapted to the 
diametral expansion of the pipes equipped with slots and called EST (expandable slotted tubing) 
for operation of hydrocarbon wells. 

Since pipes 11, 12 have a cross section that is essentially constant, their ends do not 
pose any particular problem at the time of the passage of the expander provided that the 
deformation capacity of the metal of which they are made is adequate. 
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The expansion process of the threaded joint can be broken down into 4 phases, which 
are the subject of FIGS. 4 to 7. 

Naturally, the expansion operation could be carried out in the opposite direction and lead 
to adequate results, the preferred embodiment of the deformation is shown, in which the 
expander moves from the male element 1 of the first pipe 1 1 toward the female element 2 of the 
second pipe 12. 

Expansion Phase on the taper of the expander 

Figure 4 shows the threaded joint in the course of this phase. 

The expansion is carried out by the inlet taper 31 of the expander 30, and Figure 4 shows 
the male threading 3 and female threading 4 in the course of the diametral expansion. 

In Figure 4, the inlet taper 31 of the expander 30 starts the deformation of the male lip 
and the homologous female seat area by bending them in order to tip them with respect to the 
axis of the assembly. 

In the course of this expansion phase, the reaction forces to the passage of the expander 
30 are transferred progressively from the first pipe 1 1 to the second pipe 12. 

Because of these reaction forces, the male lip 5 is compressed axially by the annular 
female shoulder surface 10 in the course of this expansion phase. 

The end of the expansion phase corresponds to the arrival of the free end of the male 
element at the end of the inlet taper 31 of the expander. 

b) Bending phase 

In the course of this phase, the male lip is located at the level of the central part 32 of the 
expander: see Figure 5. 
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i) Male lip 

At each of Its two ends, the male lip 5 is exposed to bending moments in opposite 
directions. 

The surface of the male end 9 is actually held in position in the female shoulder surface 
10 because of the fact of the rabbets with supports 15, 16 and of the enclosure system of tongue 
13/groove 14. 

The enclosure of the rabbets requires the free end area of the male lip 5 to follow the 
inclination of the area 22 beyond the shoulder where the female element has its full thickness. 
This area 22 is again in the course of expansion on the inlet taper 31 of the expander and thus 
creates a bending moment at this level. 

The other end of the lip, on the male threading side 3, is no longer supported and exerts 
a bending moment against the lip opposite to that at the free end of the lip. 

The bending moments with opposite sign at the two ends of the male lip produces a 
banana curve of the male lip 5 as in Figure 5, the external peripheral surface 7 of the lip 5 taking 
the form of a convex buckled shape. 

The state of axial compression of the male lip 5 at the end of the expansion phase 
facilitates its curvature under the effect of the bending moments. 

The groove 21 located between the male lip 5 and the male threading 3 plays the role of 
a plastic expander, which accentuates the curvature of the male lip by limiting the length on this 
lip on which this curvature can occur. 

Still it is necessary to be careful in this case that the compression stresses at the level of 
the male lip do not cause the metal 23 to bend under the groove. 
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Such buckling would cause the metal under the throat to project from the inner peripheral surface 
19. 

ii) Female groove 

The same bending phenomenon is produced on the female groove. 

When the area of full thickness 22, relatively rigid in comparison to the relatively thin lip 
areas, passes through the middle part, it further expands, rendering the inner diameter of the 
area 22 larger than that of the middle part 32 of the ball. This additional expansion is described in 
document WO 93/25800. 

c) Straightening phase 

As shown in Figure 6, this phase corresponds to the passing of the female full thickness 
area 22 onto the middle part 32 of the bail 30. 

i) Female housing 

The bending produced in the preceding phase tends to approach zero under the effect of 
the circumferential tension and stress, creating a state of axial bending stresses opposite to those 
of the curvature, thereby causing straightening. 

The bending moment produced by these stresses is proportional to the thickness of the 
material above the straightening. When the pipe 12 at its thickest point (area 22) is affected by 
the bending moment, such does not suffice to straighten the inside peripheral area of the female 
groove, which now tends to sink toward the product axis. This behavior is seen by a local 
decrease in the outer diameter of the pipe 12. 
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ii) Male lip 

As the female part is being straightened, the difference in axial space created by the 
bending decreases. Thus the male lip 5 gradually loses its compressed state. Next, the formerly 
inserted surfaces 15 f 16 separate. This phenomenon is reinforced by the "sinking" of the inner 
peripheral surface 8 of the female groove, which causes the insertions 15, 16 to open. 

The banana-shaped deformation arising during the previous phase is maintained. 

d) Final state 

Figure 7 shows the final state of the threaded joint after the ball has passed through. 

The state of circumferential stresses generated by expansion leads to reinforcement of 
the outer peripheral surface 7 of the male lip by the inner surface 8 of the female groove, making 
it possible to speak of a self-reinforcing of the surfaces 7, 8 of the threaded joint in its expanded 
state, thereby ensuring sealing. The male lip 5 does not sink toward the axis, because the radial 
misalignment imposed by the enclosing of the rabbets 9, 10 has created sufficient plastic 
deformation. 

The elastic recovery of the threaded joint elements after passage of the ball is negligible 
in view of the plastic deformations taking place. 

The radial shrink fitting induced by the contact pressure of several dozen MPa, which 
may exceed 100 MPa, suffices to ensure sealing at the inside or outside pressures of the 
threaded joint. The length of the shrink fitting is sufficient across the entire periphery of the 
contact surfaces to ensure a stable seal between these surfaces. 
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Moreover, sealing is necessary when the expansion is created by hydraulically pushing 
the ball 30 under a pressure ranging from 10 to 30 MPa, with any leakage of the now expanded 
joints keeping the ball from penetrating further into the column and consequently blocking the 
expansion process. 

If there is too much clearance between the peripheral surface 7 of the male lip 5 and the 
peripheral surface 8 of the female groove on the threaded joint prior to expansion, there will be no 
reinforcement of these surfaces once expansion has ceased. 

Radial interference between these surfaces in the initial state prior to expansion could 
hamper the differential deformations (curvature, straightening) between these surfaces during 
expansion, differential deformations that make reinforcement of these surfaces possible when 
expansion ceases. Such interference also risks causing these surfaces to seize up while being 
screwed together, and poor positioning of the elements with improper enclosure of the surfaces 9, 
10 and at the same place a weak reinforcing of the surfaces 7, 8 after expansion. 

In one preferred embodiment the ring-shaped rabbet with transverse surfaces 15, 16 and 
the tongue 13 and groove 14 mechanism keeps the free male end from sinking during expansion. 
Other embodiments of the inserted surfaces 9, 10 are possible so as to obtain the same results. 

If the male lip 5 is too thin, with a thickness le less than one-third of the total thickness 
and the pipes 11, 12, an effective insertion at the transverse surfaces 15, 16 will not be possible. 

If, on the contrary, the thickness e1 of the male lip 5 is more than 2/3 of the total 
thickness and the pipes 11, 12, the thickness of pipe 12 in the area of the female groove will 
result in an overty weak critical section of the female threading 4 
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and consequently making the threads insufficiently resistant to traction. 

The length-thickness ratio of the male lip 5 governs the compression and bending 
behavior of the lip 5. 

A male lip 5 of length U less than its thickness le will not allow for sufficient bending of the 
peripheral surface 7 of the male lip 5 and/or straightening of the peripheral surface 8 of the 
female groove. 

A male lip 5 of length li more than 4 times its thickness e, can cause buckling of the male 
lip and the internal projection of the lip on the threaded side. 

This effect is increased by the presence of a throat 21 between male threading 3 and 
male lip 5. 

For this reason, the throat preferably is of limited depth at the threading point and a 
limited length in proportion to its depth. 

A tongue 13 of insufficient radial thickness and axial height less than the radial thickness 
cannot be sufficiently held during expansion. 

Figure 8 shows a tubular joint after screwing the threaded parts of its tubular elements 
intended for diametral expansion in accordance with the present invention. 

This joint comprises the male 11 and female 12 tubular elements as shown in Figure 1. 
The end area of the male pipe comprises the lip 5 whose peripheral surface 8 is suitable for 
contacting the peripheral surface 7 of the female groove 8 of the female pipe 12 during expansion 
of the joint. The contact area where contact merges between the surfaces 7, 8 after expansion is 
known as a IC internal sealing area since it is located on the inside of the joint After expansion, 
there is also a contact area 
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between one surface of the tongue of the male lip and one surface on the groove of the female 
tubular element. 

A tubular sleeve 36 is positioned concentrically to the female tubular element 12. 
Because of its inside diameter, this tubular sleeve 36 can be slipped on by an operator before 
screwing the tubular elements 11 and 12 onto the female tubular element 12 and can make 
contact with the outside surface 37 of the tubular element 12. This tubular sleeve extends over its 
entire length Im1 to axially cover the lip 5 and going from one end to the other of lip 5, i.e., from 
the threaded side and beyond the tongue 13. The tubular sleeve 36 is advantageously centered 
on the lip. 

When screwing is finished and prior to expansion, the tongue 13 is axially inserted 
against the bottom of the groove 14 and the sealing surfaces 7 and 8 are cylindrical and arranged 
with slight clearance between each other once they have been screwed together. During 
expansion, the lip 5 is held by the tongue 13 and groove 14 enclosure mechanism. 

In the example, the tubular sleeve 36 is made of the same material as that of the tubular 
elements whole elastic limit is, for example, the same as that of the material from which these 
tubular elements are made. Following diametral expansion, the tubular sleeve generates an 
elastic recovery force that combines with that of the female element to counteract the elastic 
recovery of the male element, thus reinforcing the female element by means of the tubular 
sleeve. In addition, the difference in elastic recovery between the male element and the assembly 
comprised of the sleeve and the female element causes compression of the female element. 
Since the tubular sleeve 36 covers the surfaces 7 and 8, going a bit further, compression results 
in increased contact pressure between 
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the sealing surfaces 7 and 8 of the male and female elements. The male element is also 
reinforced by the female element The pr sence of the tubular sleeve 36 requires scarcely more 
expansion energy than when there is no tubular sleeve (approximately 10%), and considerably 
reinforces the contact pressure in the CI internal sealing area after expansion (approximately 
200% for a sleeve 4-5 mm thick). 

In the example of the embodiment, prior to expansion, the tubular sleeve 36 is defined as 

follows: 

- a cover length Im1 at least approximately equal to the length of lip \ u plus approximately 
2 to 8 times the width of one thread at the most; 

- a limited radial thickness em1 ranging from a maximum radial thickness determined by 
the maximum space for the joint to a minimum radial thickness determined by an excessively 
weak effect of the sleeve on the elastic recovery of the threaded elements: advantageously, the 
radial thickness is a few millimeters, e.g., at least 1.5 mm and preferably 4-5 mm for pipes with an 
outer diameter of approximately 150 mm and 7-8 mm thick. Preferably the sleeve thickness is 
very close to that of the male lip. Following expansion, radial thickness is at least 1 mm. 

In one embodiment of the present invention, the surfaces 7 and 8 define the sealing area 
known as the internal IC of the joint after diametral expansion. However, another sealing area is 
formed before and after diametral expansion of the sealing joint represented in Figure 8. 

Accordingly, the female tubular element 12 has an unthreaded female lip 38 between its 
threading and its free end. This female lip 38 has an inner peripheral surface 41 ending at a radial 
surface 39, forming a ring-shaped surface. The male tubular element 11 has an outer peripheral 
surface 40 on the male threaded side facing its free end. Once 
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all of the male and female tubular elements have been screwed together, the inner peripheral 
surface 41 interferes radially with the outer periph ral surface 40 of the male tubular element 1 1 
in order to define a sealing area prior to expansion. Both surfaces 40 and 41 are conical and 
similarly tapered. Since during expansion the female lip is not axially inserted against the male 
element no bending or counterbending takes place as in the case of the male lip axially inserted 
against the female element. Therefore the female lip does not sink toward the axis. Expansion is 
followed only by a slightly more significant elastic recovery of the female lip 38 in comparison to 
the underlying male element. This creates a sealed contact between the inner peripheral surface 
41 of the female lip and the equivalent peripheral surface 40 of the male tubular element 11. 
Once surfaces 40 and 41 have been screwed together, interference ensures contact between 
these surfaces during elastic recovery following expansion. 

The sealed contact area between these surfaces 40 and 41 following expansion is known 
as the EC external sealing area since it is located on the outside of the joint. 

Any other means notwithstanding, the external sealing created in the EC area is, 
however, less than that created in the IC area. 

A tubular sleeve 34 is positioned concentrically to the female tubular element 12. 
Because of its inside diameter, this tubular sleeve 34 can be slipped on by an operator before 
screwing the tubular elements 11 and 12 onto the female tubular element 12 and can make 
contact with the outside surface 37 of the tubular element 12. This second tubular sleeve extends 
over its entire length Im2 to axially cover the peripheral surfaces 40 and 41 suitable for defining 
the sealing area before and after expansion and going from one end of these surfaces to the 
other, i.e., from the threaded side and beyond 



2841626 



27 

the radial surface 39. In the example, the tubular sleeve 34 is made of material similar to that of 
the tubular elements whole elastic limit is, for example, the same as that of th material from 
which these tubular elements are made. Following diametral expansion, the tubular sleeve 
generates an elastic recovery force that combines with that of the female element to counteract 
the elastic recovery of the male element, thus reinforcing the female element by means of the 
tubular sleeve. In addition, the difference in elastic recovery between the sleeve and the inner 
surface of the male element causes compression of the female element. Since the tubular sleeve 
34 covers the surfaces 40 and 41, going a bit further, compression results in increased contact 
pressure between the sealing surfaces 40 and 41 of the male and female elements in comparison 
to a similar threaded joint without a sleeve 34. The male element is also reinforced by the female 
element The presence of the tubular sleeve 34 requires scarcely more expansion energy than 
when there is no tubular sleeve, and considerably reinforces the contact pressure in the EC 
external sealing area after expansion (more than 300% approximately). 

In the example of the preferred embodiment, prior to expansion, the tubular sleeve 34 is 
defined as follows: 

- a cover length Im2 at least approximately equal to the axial length of the female lip 38 
plus approximately 2 to 8 times the width of one thread at the most; 

- a limited radial thickness em2 ranging from a maximum thickness determined by the 
maximum space for the joint to a minimum thickness determined by an excessively weak effect 
on the elastic recovery: advantageously, the thickness is a few millimeters, e.g., at least 1.5 mm 
and preferably 4-5 mm for pipes with an outer diameter of approximately 150 mm and 7-8 mm 
thick. Again the sleeve thickness 34 is preferably of the same size as that of the female lip. 
Following expansion, radial thickness is at least 1 mm. 
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For either sleeve 34 or sleeve 36, a short sleeve creating a material break with regard to 
the male and female thr aded elements boosts sealing performance, especially external sealing, 
much more than a long sleeve added on, or extra-thick material added to the female element 
instead of the sleeve(s). This fact does not appear to be at all evident. 

Various methods for assembling the sleeves have been considered. 

In one embodiment, the tubular sleeve 34 comprises a radial projection 42 at one of its 
ends. Accordingly, before screwing the tubular elements 11 and 12 together, an operator slips the 
tubular sleeve 34 onto the tubular element 12 beginning at the end opposite to the one with the 
projection, with the inner peripheral surface of the sleeve in contact with the outer peripheral 
surface 37. The tubular sleeve 34 is slipped on until the radial projection 42 comes into contact 
with the radial surface 39. The tubular surface 34 is thus axially positioned. The radial projection 
42 may advantageously be glued to the radial surface 39 in order to improve the contact 
pressure. A "grease-glue" compound that hardens in a few minutes under anaerobic conditions 
may be used to maintain the positioning of the tubular sleeve with regard to the female element 
during expansion. The layer of glue may be sheared and cracked during expansion without 
causing problems. 

In one variation of the embodiment, the tubular sleeve 36 or otherwise 34 is slipped onto 
the tubular element 12, before being screwed on by the operator and positioned axially using a 
mark on the outer peripheral surface 37 of the female tubular element 12. The mark may be a 
shallow groove. The axial position of the tubular 



2841626 



29 

sle ve(s) 36 and/or 34 may be held by using the "grease-glue" as with the sleeve with a radial 
projection. The axial position of the tubular sleeve(s) 36 and/or 34 may also be held by using a 
very light shrink fitting on the female tubular element, which can be done by heating the sleeve 
and/or cooling the female element. 

The radial thickness of a tubular sleeve can be reduced at the price of a less effective 
reinforcement of the seal created by the sleeve. It is nevertheless possible for the thin sleeves to 
compensate to a small degree for their loss of effectiveness by increasing their elastic limit in 
comparison to that of the male and female elements 11 and 12. The more the elastic limit of the 
sleeve exceeds that of the male and female elements, the better the seal at a given thickness. 
The elastic limit of the tubular sleeve can be changed by heat treatment. However, the ductility of 
the material is generally reduced when the elastic limit is increased. A compromise may be 
reached between a ductility sufficient to produce diametral expansion without breaking the tubular 
sleeve and a sufficiently high elastic limit to ensure sufficient sealing despite the limited radial 
thickness of the tubular sleeve. 

When a tubular element comprises only one EC external or IC internal sealing area, this 
sealing area is able to ensure sealing of liquids in an inward-outward as well as outward-inward 
direction. In this instance, the terms "external sealing area" and "internal sealing area" basically 
make it possible to place the seating area at the free end of the male or female tubular element. 

Addendum 1 lists the performances of threaded joints in terms of integrated contact 
pressure over the width of contact This study is intended to compare, with regard to a single 
threaded reference joint (case 1), the different embodiments of the present invention adapted to 
this single threaded joint. The reference joint 
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is a threaded joint with an outer diameter of 152.4 mm (6 inches) and a metric weight of 27.8 
kg/m (18.6 lb/ft) of AISI 420 steel (13% Cr) using the US designation (corr sponding to the 
European designation X20CM3), treated for API L80 grade (API = American Petroleum Institute), 
corresponding to the minimum elastic limit of 551 MPa. 

Tables 1 and 2 contain the results of external and internal sealing, respectively, by 
percentage for each case in question with regard to the internal sealing of the reference case: 

- case 1: threaded reference joint, 

- case 2: threaded reference joint covered with a very long sleeve attached to the male 
threaded element and covering the threads and the male and female lips, thickness of 4.5 mm, 
made of the same steel as the threaded joint (13% Cr) and treated the same as the joint (API 
L80), 

- case 3: threaded reference joint fitted with two short sleeves in accordance with the 
present invention (Figure 8) of the same thickness, with the same material and treatment as in 
the previous case, 

- case 4: Same as case 3, though fitted with a single sleeve at the level of the female lip, 
very thin (1.6 mm thick) and glued to the female element at its radial projection, 

- case 5: Same as case 4, though fitted with a sleeve treated for API P 110 grade 
(corresponding to elastic limit R p02 * 758 MPa). 

In case 1, the internal sealing is excellent, though the external sealing is weaker (44% of 
internal sealing). A long sleeve (case 2) improves only the internal sealing. The use of two short 
sleeves (case 3) of thickness similar to case 2 improves both external and internal sealing. When 
the thickness is sharply reduced (case 4), sufficient external sealing can be maintained (the only 
one studied). Increasing the sleeve grade, and thus the elastic limit (case 5), makes it possible to 
increase the external sealing, 
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which approaches the sealing level of the reference case. 

Peak effort (not shown here), generated by having the sleeve for diametral expansion, 
and expansion energy are very limited. 

For a tubular element with both internal and external sealing areas, one alternative 
embodiment of the tubular sleeve comprises a tubular covering part 45 as shown in Figure 11, 
consisting of the sleeves 34 and 36 of Figure 8, interconnected by a tubular spacer 46. The radial 
thickness of this tubular spacer 46 is considerably less than that of the sleeves 34 and 36, and is 
virtually unable to counteract the diametral expansion force over the entire length of the spacer 
46. 

The various methods for assembling this covering part are the same as for the tubular 
sleeve 34 itself. 

The present invention is not limited to the embodiments described by way of example. 

The present invention applies to joints with only an internal sealing area, to those with 
only an external sealing area, and those with both types of sealing area. The present invention 
may be adapted to joints with other sealing areas, for example such as intermediate sealing 
areas. 
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Addendum I 



Table 1 



Case number 


1 


2 


3 


4 


5 


external sealing 


44 


42 


158 


89 


99 


(in % by comparison to 
the internal sealing of 
case 1) 













Table 2 



Case number 


1 


2 


3 


internal sealing 

(in % by comparison to 
the internal sealing of 
case 1) 


100 


220 


201 
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Claims 

1. A threaded high-performance tubular joint comprising an initial male tubular element 
(11) and a second female tubular element (12) suitable to be screwed together using their 
respective conjugated threading, at least one of the first and second tubular elements (11,12) 
bearing an unthreaded lip (38,5) extending between its threading and its free end and with a 
sealing surface (40,7) suitable for making a tight seal with the facing surface (41,8) of the other 
element after being screwed together, diametral expansion, then the generation of elastic 
recovery forces of the first and second tubular elements, wherein the joint comprises a tubular 
sleeve (34,360 suitable for the following: to be slipped onto the second element (12) before 
screwing; to be positioned in order to extend axially essentially with regard to said lip (3,5); and, 
after diametral expansion, to create an elastic recovery force combining with that of the second 
element to counteract the elastic recovery force of the first element, thereby producing at least 
the reinforcement of the second element by the tubular element. 

2. The tubular joint of claim 1, wherein the unthreaded lip (5) of the first element 
comprises a tongue at one end suitable for being axially inserted into a corresponding groove in 
the second element after being screwed together and prior to expansion, said unthreaded lip 
suitable for being held by the tongue in the groove during diametral expansion. 

3. The tubular joint of any one of the preceding claims, wherein the sealing surface of the 
lip and the facing surface are cylindrical and are positioned with slight clearance between each 
other after being screwed together and prior to diametral expansion. 

4. The tubular joint of claim 1, wherein the sealing surface of the lip and the facing 

surface 
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are suitable for radially interfering with each other after being screwed together and prior to 
diametral expansion. 

5. The tubular joint of any one of the preceding claims, wherein both the first and second 
tubular elements (11,12) have an unthreaded lip (38,5) extending between their threading and 
their free end and with a sealing surface (40,7) suitable to be placed in tight contact with the 
facing surface (41,8) of the other element after being screwed together, diametral expansion, and 
then generation of elastic recovery forces of the first and second tubular elements, and wherein 
the joint comprises two tubular sleeves (34,36) suitable for the following: to be slipped onto the 
second element (12) before screwing; to be positioned in order to extend axially essentially with 
regard to said lips (38,5), respectively; and to create an elastic recovery force combining with that 
of the second element to counteract the elastic recovery force of the first element, thereby 
producing at least the reinforcement of the second element by the tubular element. 

6. The tubular joint of claim 5, wherein the two sleeves (34,36) are interconnected with a 
spacer (46) whose transverse section is smaller than that of the sleeves, with said sleeves and 
spacer being a single piece (46). 

7. The tubular joint of claim 6, wherein the radial thickness of the tubular spacer (45) is 
less than that of the sleeves. 

8. The tubular joint of any one of the preceding claims, wherein the covering length Im2, 
Im1 of each tubular sleeve (34,36) is approximately equal to the length of the facing lip, with the 
option of adding no more than 8 turns of said threads. 
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9. The tubular joint of claim 8, wherein each sleeve (34,36) is centered on the facing lip 

(38,5). 

10. The tubular joint of any one of the preceding claims, wherein the tubular sleeve (34) 
extended in front of the lip (38) of the second element comprises a radial projection (42) suitable 
for contacting a radial surface (39) located on the end of the second element (12) and suitable for 
facilitating the positioning of the tubular sleeve (34). 

11. The tubular joint of any one of the preceding claims, wherein the tubular sleeve 
(34,36) is held in position with regard to the second element (12) by gluing at least one part of the 
surfaces of the second element and the facing sleeve. 

12. The tubular joint of any one of the preceding claims, wherein the tubular sleeve 
(34,36) is axially positioned on the second element (12) by means of shrink fitting at least by 
cooling the second element (12). 

13. The tubular joint of any one of the preceding claims, wherein the tubular sleeve 
(34,36) is axially positioned on the second element (12) by means of shrink fitting at least by 
heating the tubular sleeve. 

14. The tubular joint of any one of the preceding claims, wherein the second element (12) 
contains a mark located on its outer peripheral surface (37) suitable for facilitating the positioning 
of the tubular sleeve. 

15. The tubular joint of claim 14, wherein the marking is a shallow groove made on the 
second element (12). 
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16. The tubular joint of any one of the preceding claims, wherein the radial thickness of 
the tubular sleeve is at least 1 .5 mm. 

17. The tubular joint of any one of the preceding claims, wherein the material from which 
the tubular sleeve is made has an elastic limit greater than the elastic limit of the material from 
which the first and second elements are made. 

18. The tubular joint of any one of the preceding claims, wherein the elastic limit of the 
material from which the tubular sleeve is made can be altered by heat treatment 

19. A procedure for creating a sealed tubular threaded joint, wherein one begins with a 
tubular threaded joint in accordance with any one of the preceding claims, referred to as an "initial 
threaded tubular joint," and wherein this initial threaded tubular joint is caused to undergo a 
diametral expansion in the area of plastic deformations using an expansion ball (30) of greater 
diameter than the inside diameter (ID) of said tubular elements, which is moved axially in the 
threaded joint, each sleeve or sleeves generating an elastic recovery force after expansion that 
combines with that of the second element in the region that it covers. 

20. A high-performance impervious tubular joint obtainable by the procedure according to 
claim 19, comprising an initial male tubular element (1) and a second female tubular element (2) 
screwed together by their respective conjugated threads, at least one of the first and second 
tubular elements (11,12) having an unthreaded lip (38,5) extending between its threading and its 
free end and having a sealing surface (40,7) in sealed contact with the facing surface (41,8) of 
the other element, said joint also having a tubular sleeve surrounding and clamping onto the 
second element and extending axially essentially facing said lip. 
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[see source for figure 1] 
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[see source for figures 2 and 3] 
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[see source for figures 4, 5, 6, and 7] 
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(see source for figures 8 and 9J 
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